This Page Is Inserted by IFW Operations 
and is not a part of the Official Record 



BEST AVAILABLE IMAGES 

Defective images within this document are accurate representations of 
the original documents submitted by the apphcant. 

Defects in the images may include (but are not limited to): 

• BLACK BORDERS 

• TEXT CUT OFF AT TOP, BOTTOM OR SIDES 

• FADED TEXT 

• ILLEGIBLE TEXT 

• SKEWED/SLANTED IMAGES 

• COLORED PI-IOTOS 

• BLACK OR VERY BLACK ANTD WHITE DARK PHOTOS 

• GRAY SCALE DOCUMENTS 



IMAGES ARE BEST AVAILABLE COPY. 



As rescanning documents will not correct images, 
please do not report the images to the 
Image Problem Mailbox. 



THIS PAGE BLANK (uspro) 



(19) 



J 



Europalsches Patentamt 
European Patent Office 
Office europeen des brevets 





(12) 



(11) EP 1 053 788 B1 

EUROPEAN PATENT SPECIFICATION 



(45) Date of publication and mention 
of the grant of the patent: 
08.10.2003 Bulletin 2003/41 

(21) Application number: 98938925.9 

(22) Date of filing: 21 .08.1998 ' 



(51) intci7; B01J 35/02. B01J 23/40. 

B01J 23/70. B01J 35/00, 
B01J 23/16 

(86) international application number: 
PCT/JP98/03705 

(87) International publication number: 

WO 99/029424 (17.06.1999 Gazette 1999/24) 



(54) USE OF A PHOTOCATALYST COMPOSITION FOR THE REMOVAL OF HARMFUL SUBSTANCES 
FROM AIR 

VERWENDUNG EINER PHOTOKATALYSATORZUSAMMENSETZUNG ZUR ENTFERNUNG VON 
SCHADLICHEN SUBSTANZEN AUS DER LUFT 

UTILISATION D'UNE COIViPOSITION PHOTOCATALYTIQUE POUR ELIMINER DES SUBSTANCES 
NOCIVES CONTENUES DANS UAIR 



m 

00 
00 

CO 
iO 

o 



Q. 

UJ 



(84) Designated Contracting States: 
DE ES IT 

(30) Priority: 10.12.1997 JP 36207897 

(43) Date of publication of application: 
22.1 1 ^000 Bulletin 2000/47 

(60) Divisional application: 
03005425.8/1 327 475 

(73) Proprietor: TOTO LTD. 

Kitakyushu-shi, Fukuoka-ken 802-8601 (JP) 

(72) Inventors: 

• TSUJIMtCHI. Kazuya 
Kita-kyusyu-shi, Fukuoka 802-8601 (JP) 

• HASUO, Hiroto 

Kita-kyusyu-shI, Fukuoka 802-8601 (JP) 



• KOBAYASHI, HIdeki 
Kita-kyusyu-shI, Fukuoka 802-8601 (JP) 

(74) Representative: GrOnecker. Kinkeldey, 

Stockmair & Schwanhiusser Anwaltssozietfit 
Maximilianstrasse 58 
80538 MQnchen (DE) 



(56) References cited: 
EP-A- 0 590 477 
EP-A- 0 780 158 
JP-A-7 232 080 
JP-A-9 225 303 



EP-A- 0 684 075 
EP-A- 0 913 447 
JP-A-8117 606 
JP-A-9 271 676 



• PATENT ABSTRACTS OF JAPAN vol. 015, no. 
235 (M-1125), 17 June 1991 (1991-06-17) & JP 03 
073304 A (AIN:KK). 28 March 1991 (1991-03-28) 



Note: Within nine months from the publication of the mention of the grant of the European patent, any person may give 
notice to the European Patent Office of opposition to the European patent granted. Notice of opposition shall be filed In 
a written reasoned statement. It shall not be deemed to have been filed until the opposition fee has been paid. (Art. 
99(1) European Patent Convention). 



Printed by Jouve, 76001 PARIS (PR) 



EP 1053 788 B1 

Description 

[0001 ] The present invention relates to the use of a composite material comprising a photocatatyst which functions 
as a catalyst upon exposure to light for removing nitrogen oxides, ammonia, carbon monoxide and/or sulfur oxides 
5 from air. 

[0002] Photocatalysts that can function as catalysts upon exposure to light are finding expanded applications be- 
cause energy used in catalytic reactions is light energy, such as sunlight, that is Inexhaustible. For example, titanium 
dioxide (TiOg), a kind of photocatalyst, particularly titanium oxide in an anatase crystal fomn, produces excitation elec- 
trons and positive holes upon exposure to energy of light (ultraviolet light), and the excitation electrons and positive 

10 holes produce active oxygen species, such as Og', O*, and -OH (wherein • represents an unpaired electron and means 
that the species attended with • is a radial species), in the presence of oxygen and water on the surface of the catalyst. 
Applications utilizing radical properties of the active oxygen species have been proposed such as air purification ap- 
plications where nitrogen oxides (NOx) in the air are oxidized with the active oxygen species and consequently con- 
verted to a hamnless reaction product (nitric acid), and degradation of bacteria through the oxidation of organic matter. 

IS that is, the so-called antimicrobial applications. 

[0003] In the course of the oxidation of the nitrogen oxides with the active oxygen species, nitrogen dioxide (NO2) 
Is produced as an intermediate that Is further oxidized and finally converted to nitric acid. As a result of the production 
of nitric acid, the nitrogen oxides in the air are reduced, and the air is purified. For this reason, the copresence of the 
active oxygen species and the nitrogen oxides or nitrogen dioxide is indispensable for enhancing the percentage re- 

20 duction of nitrogen oxides. Since, however, nitrogen dioxide is a relatively chemically stable compound (gas), the 
produced nitrogen dioxide Is left from the reaction system. This lowers the efficiency of the oxidation with the active 
oxygen species, resulting in lowered percentage reduction of the nitrogen oxides. Use of porous adsorbents, such as 
activated carbon, is considered effective for preventing nitrogen dioxide from being left from the reaction systenri. As 
is apparent from the following description, this method is not always effective. 

25 [0004] Specifically, when nitrogen dioxide, which has been once left. Is adsorbed on the above adsorbent, nitrogen 
dioxide after the adsorption often remains within pores of the adsorbent without being released. For this reason, in 
some cases, the adsorbed nitrogen dioxide is placed outside the system of oxidation with the active oxygen species 
and does not undergo the oxidation reaction and hence cannot be converted to nitric acid as a final product. Thus, the 
nitrogen oxides are not finally converted to nitric acid. This inhibits the reduction of nitrogen oxides. In this case, it 

30 should be noted that nitrogen dioxide adsorbed onto the adsorbent in a region where nitrogen dioxide can be present 
together with the active oxygen species and is in the reaction system, that is, in a region close to the photocatalyst, is 
oxidized to produce nitric acid. Since, however, the region close to the photocatalyst occupies only a small proportion 
of the whole material adsorption region (including pores) in the absoriaent, it can be said that the proportion of nitrogen 
dioxide, which could not be oxidized to nitric acid, is high. That Is, the adsorbent merely adsorbs and holds nitrogen 

35 dioxide, and the percentage reduction of nitrogen oxides by conversion to nitric acid does not appear to be satisfactory. 
[0005] The present invention has been made with a view to solving the above problems, and an object of the present 
invention is to further Improve the efficiency of a catalytic reaction, in which a photocatalyst participates, or to improve 
. the percentage reduction of the reactant applied to the catalytic reaction through the conversion of the reactants to the 
final product. Another object of the present invention is to supplement the function of a photocatalyst. 

<o [0006] The present Invention is directed to the use of a composite material comprising at least a substrate and a 
surface layer, said surface layer being made.hydrophlllc and self-cleanable with water by photoexclting, said surface 
layer comprising 

component (i): a photocatalyst which functions as a catalyst upon exposure to light, 
45 component (ii): at least one metal oxide selected from the group consisting of AI203. ZnO, SrO, BaO, MgO, CaO, 

RbgO, Na20, K2O and P2O5, and 

component (III): at least one metal oxide selected from the group consisting of SIO2, Zr02» Ge02 and Th02i 

for removing nitrogen oxides, ammonia, cartDon monoxide and/or sulfur oxides from air. 
50 [0007] Preferred embodiments of the present Invention are set forth in the sub-claims. 

[0008] The composite material used according to the present invention comprises a surface layer which contains a 

first component. I.e. a photocatalyst which functions as a catalyst upon exposure to light, a second component selected 

from the group consisting of AI2O3, ZnO, SrO, BaO. MgO, CaO, Rb20, Na20, K2O and P2O5, and a third component 

selected from the group consisting of Si02, Zr02, Ge02 and Th02. 
55 [0009] When a reactant applied to the catalytic reaction , in which the photocatalyst participates, is catalytlcatly reacted 

and chemically converted to a final product specified by the stmcture of the reactant and the catalytic reaction, 

the second compenent (other compound) functions in the copresence of the photocatalyst so as to enhance the 

conversion of the reactant to the final product. 
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[0010] According to the photocatalyst formulation having the above constitution, the conversion of the reactant to 
the final product can be enhanced, and, hence, the percentage reduction of the reactant can be enhanced. 
[001 1] In the photocatalyst fomriulation having the above constitution, the other compound is the reactant, or a com- 
pound that Is chemically bonded to an intermediate produced before the reactant Is catalytically reacted and converted 
5 to the final product. 

[0012] The reactant or the Intermediate Is held In such a state that it is chemically bonded to the other compound 
which has been fomnulated together with the photocatalyst. This other compound with the reactant or the intemnediate 
held thereon does not take any porous structure. Therefore, the reactant or the Intermediate is not placed outside the 
system of the catalytic reaction, In whlckthe photocatalyst participates, that Is, In a region distant from the photocatalyst, 

10 and, instead, the. reactant or the intermediate is placed, within the catalytic reaction system, adjacent to the photocat- 
alyst which has been formulated together with the other compound. Further, since the reactant or the intennediate is 
chemically bonded to the other compound, the reactant or the Intennediate can -be surely placed within the catalytic 
reaction system. As a result, the photocatalyst fomnulatlon can ensure the opportunity for the reactant to be applied to 
the catalytic reaction and the opportunity for the intennediate to be applied to this catalytic reaction. This can further 

IS improve the efficiency of the catalytic reaction . The improved efficiency of the catalytic reaction can enhance the con- 
version of the reactant to the final product and hence can enhance the percentage reduction of the reactant. 
[0013] Upon exposure to energy of applied light, the photocatalyst produces excitation electrons and positive holes 
that produce an active oxygen species in the presence of oxygen and water on the surface of the catalyst. 
[0014] The reactant or the intermediate is placed within the system of a catalytic reaction based on an active oxygen 

20 species produced by the photocatalyst. This ensures the opportunity for the reactant to be applied to the catalytic 
reaction or the opportunity for the intermediate to be further applied to the catalytic reaction. This pennits the catalytic 
reaction to proceed more efficiently. Therefore, the percentage reduction of the reactant can be enhanced. 
[0015] Examples of photocatalysts usable herein include titanium dioxide (Ti02,), zinc oxide (ZnO), vanadium oxide 
(VgOg), and tungsten oxide (WO3). These photocatalysts are not restricted by their crystal fpmn and may be In any 

'25 crystal fomn, for example, an anatase, rutlle, or brookite fomn with the anatase titanium dioxide being preferred from 
the viewpoint of good availability and the like. Regarding reactants applicable to the catalytic reaction based on the 
active oxygen species, intermediates produced from the reactants, and final products produced from the intemnediates, 
for example, when the reactant Is nitrogen oxide, the intermediate and the final product are nitrogen dioxide and nitric 
acid, respectively; when the reactant is sulfur oxides, the Intermediate and the final product are sulfur dioxide and 

30 sulfuric acid or sulfurous acid, respectively; and when the reactant Is carbon monoxide, the Intennediate and the final 
product are carbon dioxide and carbonic acid, respectively. In addition, ammonia may also be mentioned as an example 
of the reactant. In this case, the intennediate and the final product are nitrogen monoxide or nitrogen dioxide produced 
from ammonia and nitrfc acid, respectively. 

[0016] The other compound is the reactant applied to the catalytic reaction based on the active oxygen species, or 
35 at least one metal oxide selected from specific amphoteric metal oxides, basic metal oxides, and acidic metai oxides 
that are chemically bonded to the intemnediate. 

[0017] In placing the reactant or the intermediate within the system of the catalytic reaction based on the active 
oxygen species produced by the photocatalyst, when the reactant or the Intemnediate is acidic, the so-called "base 
point" may be fomried using a specific atom derived from the atomic arrangement of a basic metal oxide. At this base 

40 point, the basic metal oxide can be surely chemically bonded to the reactant or the intennediate. When the reactant 
or the intemnediate is basic, the so-called "acid point" may be fomned using a specific atom derived from the atomic 
arrangement of an acidic metal oxide. At this acid point, the acidic metal oxide can be surely chemically bonded to the 
reactant or the intermediate. Further, when the other compound is an amphoteric metal oxide, a specific atom derived 
from the atomic arrangement of the amphoteric metal oxide may serve as a basic point or an acid point compatible 

45 with the properties of the reactant or the intennediate. Therefore, even when the reactant or the intennediate is any of 
a basic compound and an acidic compound, the amphoteric metal oxide can be surely chemically bonded to the reactant 
or the Intermediate. 

[0018] Examples of amphoteric metal oxides include alumina (AlgOg), and zinc oxide (ZnO). Examples of basic metal 
oxides include strontium oxide (SrO), barium oxide (BaO), magnesium oxide (MgO), calcium oxide (CaO), rubidium 

50 oxide (Rb20), sodium oxide (NasO), and potassium oxide (K2O). Further, examples of acidic metal oxides Include 
phosphorus oxide (P2O5). In these metal oxides, the fonnatlon of the base point or the acid point is attributable to the 
difference in electronegativity between the metal atom and the oxygen atom constituting the metal oxide, and the atom 
arrangement of the metal atom and the oxygen atom on the surface of the metal oxide. The basic metal oxide, the 
acidic metal oxide, and the amphoteric metal oxide may be properly selected according to the reactant applied to the 

55 catalytic reaction based on the active oxygen species and the intennediate produced from the reactant. It Is a matter 
of course that when zinc oxide is selected as the photocatalyst, zinc oxide is not selected as the amphoteric metal 
oxide, because zinc oxide is a photocatalyst and, at the same time, an amphoteric metal oxide. 
[0019] Here, a system where the photocatalyst Is titanium dioxide, the other conripound is alumina as an amphoteric 
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metal oxide, and the reactant Is nitrogen oxide (nitrogen monoxide), will be taken by way of example to explain the ^ 
progress of the catalytic reaction and bonding utilizing alumina. In this case, nitrogen monoxide Is oxidized with an 
active oxygen species produced by titanium dioxide to give nitrogen dioxide as an intemriediate. As schematically 
shown in Fig. 1 , when nitrogen monoxide comes into contact with or approaches titanium dioxide as the photocatalyst, 

5 nitrogen monoxide is oxidized with -OH (hydroxy radical), which is an active oxygen species produced by titanium 
dioxide upon exposure to light, to give nitrogen dioxide (gas) (Fig. 1 (a)). As Is apparent from the molecular stmcture, 
nitrogen dioxide is acidic, and alumina is an amphoteric metal oxide with an oxygen atom thereof serving as the base 
point for an acidic gas. Therefore, nitrogen dioxide is attracted by and chemically bonded to the oxygen atom and held 
on the alumina (Fig. 1 (b)). The force by which nitrogen dioxide Is attracted to the oxygen atonri Is coulombic force, and 

10 . the bonding is chemical. 

[0020] Nitrogen dioxide bonded to the oxygen atom of alumina stays near titanium dioxide as the photocatalyst and 
hence Is within the system of an oxidation reaction (a catalytic reaction) induced by a hydroxy radical • OH (Fig. 1 (b)). 
. This ensures the opportunity for nitrogen dioxide to be oxidized with the hydroxy radical -OH and pemnlts the oxidation 
of nitrogen dioxide to proceed efficiently. It Is considered that nitrogen dioxide is oxidized to nitrate ions which, together 

15 with a hydrogen atom in the hydroxy radical -OH, are bonded and held In the form of nitric acid (final product) on the 
•oxygen atom, serving as the base point, of alumina (Fig. 1 (c)). 

[0021] When nitrogen dioxide Is originally present, that Is, when nitrogen dioxide Is the reactant, nitrogen dioxide is . 
directly oxidized by an active oxygen species produced by titanium dioxide and, at the same time, nitrogen dioxide 
chemically bonded to alumina as described above is also oxidized with the active oxygen species. In other words, in 

20 this case, nitrogen dioxide as the reactant is chemically bonded to alumina. 

[0022] Next, bonding utilizing alumina, in the case where sulfur monoxide (SO) and carison monoxide (CO) are 
oxidized with an active oxygen species produced by titanium dioxide, will be explained. Upon oxidation, these oxides 
are converted to sulfur dioxide and carbon dioxide, that is, here again produce acidic gases. For this reason, as sche- 
matically shown In Fig. 2, sulfur dioxide is chemically bonded to oxygen atoms, which are base points possessed by 

25 alumina as an amphoteric metal oxide and adjacent thereto, and held on alumina. As schematically shown In Fig. 3, 
in the case of carbon dioxide, the carbon atom and the oxygen atom can be bonded in different bond orders. Therefore, 
cari3on dioxide is chemically bonded to a single oxygen atom as the base point noted above (Fig. 3(a)), or oxygen 
atoms serving as the baise point and adjacent to thereto (Fig. 3(b)) and held on alumina. In this case, the sulfur dioxide 
bonded and held on the alumina in this way is further reacted with an active oxygen species (hydroxy radical • OH) 

30 produced by titanium dioxide to give sulfuric acid or sulfurous acid (final product), while carison dioxide Is converted to 
carbonic acid (final product). Carbon dioxide is considered to be converted also to methane or methanol by a reaction 
based on a radical hydrogen atom, produced in the production of the hydroxy radical -OH as the active oxygen species, 
and the active oxygen species. In this case, methane or methanol can be said to be a final product. 
[0023] According to a first preferred embodiment, 

35 the other compound is fonnulated so as to satisfy a/(a + b) of 0.0001 to 0.8 wherein a represents the weight of 

the other compound and b represents the weight of the photocatalyst. 

[0024] When the value of a/(a + b) is not less than 0.0001 as specified in the preferred first embodiment, the other 
compound (amphoteric metal oxide, basic metal oxide, or acidic metal oxide) represented by a can advantageously 
ensure the chemical bond of the reactant or the Intennediate to prevent the lowering of the catalytic reaction efficiency. 
40 When the value of a/(a + b) is not more than 0.8, the amount of the photocatalyst represented by b Is advantageously 
not too small In relationship with the other compound, so that lowering of the efficiency of the catalytic reaction can be 
advantageously avoided. 

[0025] In this case, the amount of the photocatalyst may be 20 to 95% by weight based on the total amount of the 
photocatalyst, the above compound as a compounding Ingredient other than the photocatalyst, and other ingredient. 
45 (s), If any. 

[0026] According to a second pretended embodiment, the photocatalyst and the other compound are regulated to 
and formulated in a particle diameter range of 0.005 to 0.5 p.m. 

[0027] When the particle diameter of the photocatalyst and the particle diameter of the other compound (amphoteric 
metal oxide, basic metal oxide, or acidic metal oxide) are in the range of from 0.005 to 0.5 (im as specified In the second 

50 pref en'ed embodiment, the regulation of the particle diameter can be advantageously carried out by means of an existing 
grinding device, such as a ball mill, or by the sol-gel process. Further, according to the second preferred embodiment, 
there is no significant difference in particle diameter between the photocatalyst and the other compound, particles of 
the photocatalyst and particles of the other compound having diameters similar to those of the particles of the photo- 
catalyst approach each other. Therefore, the other reactant or intermediate chemically bonded to the other compound 

55 can approach the photocatalyst. This advantageously ensures the opportunity for the catalytic reaction to proceed, 
realizing improved efficiency. 

[0028] The photocatalyst fomnulatlon further comprises. In addition to the photocatalyst and the other compound, a 
third component of a compound to which a hydroxyl group is chemically bondable, and 
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chemically adsorbs and holds the hydroxyl group on the surface of the photocatalyst and the connpound as the 
third component, whereby the held hydroxyl group develops hydrophlliclty. 

[0029] The hydroxyl group produced through the catalytic reaction, In which the photocatalyst participates, is chem- 
ically adsorbed and held on the surface of the compound as the third component, not to mention on the photocatalyst. 

s Further, there is no possibility that the amount of water (water vapor in the air, rainwater or the like) on the surface of 
the catalyst becomes zero. Therefore, It can be said that the hydroxyl group Is always produced during exposure to 
light. This permits the hydroxyl group to be held at very high density through chemical adsorption bonding, so that the 
hydroxyl group is firmly held. On the other hand, during unexposure to light, hydroxyl groups are not produced by the 
photocatalyst. Since, however, hydroxyl groups, which have been produced up to this point, are fimnly held on the 

10 surface of the photocatalyst and the compound as the third component, there is no fear of the hydroxyl group being 
inadvertently removed. In this case, when light Is again applied, holding of the hydroxyl group at high density is returned 
even though the hydroxyl density has been decreased up to this point. Therefore, fixation of the photocatalyst fomnu- 
. lation onto the surface of a certain substrate permits the surface of the substrate to be surely rendered highly hydrophilic, 
and this high hydrophlliclty can be surely maintained for a long period of time. That is, the photocatalyst formulation 

IS can function as a hydrophllicity-imparting material for imparting high hydrophilicity to the surface of the substrate. 
[0030] Effects attained by the hydrophilic nature will be described. The hydrophilicity is greatly related to the contact 
angle between the surface of the material and water. The higher the hydrophilicity, the lower the contact angle. When 
the contact angle is small, water Is less lil<ely to stay on the surface of the material. Therefore, in this case, stains 
deposited onto the surface, together with water, run down the surface of the material and are removed from the surface. 

20 When hydrophlliclty high enough to exhibit a contact angle below the contact angle of inorganic dust, such as urban 
dust having a high oleophilic component content and clay mineral, is obtained, the dust can be removed without utilizing 
the affinity. Further, as the contact angle approaches 0<* , the hydrophilicity enhances and water is diffused as a film 
on the surface of the substrate, facilitating the flow of stains. Therefore, not only the urban dust but also Inorganic dust, 
. together with water, easily runs down the surface of the substrate. In this case, the contact angle is preferably not more 

25 than about 20** and close to 0° from the viewpoint of enhancing the antifouling effect. 

[0031 ] Therefore, fixation of the photocatalyst f omnulation on the surface of an inner or outer wall of buildings or the 
body surface of vehicles, such as automobiles and electric trains, the high hydrophilicity, which has been Imparted in 
this way, can exhibit high antifouling effect. In this case, when rain water Is sometimes poured onto the surface thereof, 
by virtue of high hydrophilicity imparted to the surface thereof, dust and contaminants deposited on the surface, together 

30 with rain water, are washed away from the surface each time when the surface is exposed to rainfall, thus peninltting 
the surface to be self -cleaned. That is, the sorcalled "rain streak fouling" can be effectively prevented wherein streaks 
of dust or the like are left along streams of water. Further, fixation of the photocatalyst fonnulation onto the surface of 
glasses, lenses, mirrors or the like can offer high antifogging effect by virtue of the high hydrophilicity. 
[0032] The compound as the third component has heat of wetting equal to or higher than that of the photocatalyst. 

35 In the case of the material with hydroxyl groups being present on the surface thereof, the heat of wetting can be 
regarded as an Indicative of the capability of the surface to hold the hydroxyl groups. The higher the heat of wetting, 
the higher the capability of the surface to hold the hydroxyl groups and the higher the hydroxyl group density. Therefore, 
the hydroxyl groups produced by the photocatalyst are chemically adsorised and held at higher density In a more 
effective manner onto the compound as the third component. This can impart high hydrophilicity to the surface of the 

40 substrate with higher reliability for a long period of time. In this case, the heat of wetting of titania, a particularly preferred 
catalyst, is 320 to 512 x 10-3 jm-2 for the anatase fomri and 293 to 645 x 10*3 Jm-2 for the rutile fomi. Therefore, 
compounds having a heat of wetting of not less than 500 x 1 Qr^ Jm-2 are nriore preferred. 

[0033] The compound as the third component is at least one metal oxide selected from SiOg, Zr02, Ge02, and Th02. 
[0034] Since these metal oxides have the heat of wetting equal to or greater than titania, which Is particulariy prefen-ed 

45 as the photocatalyst, the holding density of the hydroxyl group Is advantageously more enhanced. Silica (Si02), Ge02, 
and ThOg are more preferred because the upper limit of the heat of wetting exceeds 1 000 x 1 0-^ Jm"2. 
[0035] Each compound as the third component (SiOa, ZrOg, GeOa, or ThOa) is determined by taking into consider- 
ation the reactant to be reduced by the present invention and a combination with the other compound (AI2O3, ZnO, 
SrO, BaO, MgO, CaO, RbgO, Na20, K2O, or PgOg) fomiulated together with the photocatalyst. 

50 [0036] According to a third preferred embodiment, a fourth component of an antimicrobial metal Is added besides 
the photocatalyst, the other compound, and the compound as the third component, and 

the metal as the fourth component is supported on the photocatalyst. 
[0037] In the third prefen-ed embodiment, during exposure to light, the antimicrobial activity of- the photocatalyst per 
se is utilized, while during unexposure to light, the antimicrobial activity of the metal supported on the photocatalyst is 

55 utilized. Therefore, the antimicrobial activity of the photocatalyst can be supplemented, and synergistic antimicrobial 
activity can be realized by the antimicrobial metal and photocatalyst. 

[0038] According to a fourth prefenred embodiment, the metal as the fourth component has a reduction potential that 
is not less than the potential of free electrons emitted by the photocatalyst. 
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[0039] In this fourth preferred embodiment, the metal can be easily supported on the photocatalyst by tailing advan- 
tage of the reduction potential of this metal. In this case, the metal is preferably at least one member selected from 
silver, copper, palladium, iron, nicl<el, chromium, cobalt, platinum, gold, lithium, calcium, magnesium, aluminum, zinc, 
rhodium, and ruthenium, because they have the above reduction potential. Silver, copper, palladium, platinum, and 

5 gold are particularly preferred because they have a positive reduction potential and hence can easily realize bearing 
of the metal by reduction. The metal selected as the fourth component is preferably formulated so as to satisfy a c/d 
value of 0.00001 to 0.05 wherein c represents the weight of the metal and d represents the weight of the photocatalyst. 
That Is, when the metal as the fourth component has a c/d value of not less than 0.00001 , there is no possibility that 
the amount of the metal Is too smalt to exhibit synergistic antimicrobial activity, while when the metal as the fourth 

10 component has a c/d value of not more than 0.05 (= c/d), there is no possibility that the amount of the metal is excessive 
and adversely affect the catalytic reaction of the photocatalyst. 

[0040] The photocatalyst-containing material having a photocatalyst that functions as a catalyst upon exposure to 
light may be mixed and dispersed In a paint or a glaze; 

[0041] The paint and the glaze as the photocatalyst-containing rriaterlal having the above constitution can enhance 

15 the percentage reduction of the reactant or enables the reactant or the Intermediate to be surely placed within the 
catalytic reaction system. Therefore, the reactant can be efficiently reduced on a surface coated with the paint or on 
a surface with the glaze being applied thereto. Further, on these surfaces, the opportunity for the reactant to be applied 
to the catalytic reaction and the opportunity for the Intennediate to be further applied to the catalytic reaction can be 
ensured, pemiitting the catalytic reaction to proceed more efficiently. 

20 [0042] In this case, paints and glazes in which components (I), (II) and (III) are mixed and dispersed may be conven- 
. tlonal paints and glazes. In the case of the glaze, components (i) to (ill), together with a raw material of a glaze, for 
example, a frit, such as feldspar or potassium carbonate, are dispersed in a solution. In dispersing and mixing com- 
poments (i) to (iii), they may be fomnuiated together with the raw material of the glaze in the course of the production 
of the glaze. Alternatively, they may be fonnulated In the completed glaze before the glaze is applied. 

25 [0043] When the photocatalyst-containing material is a paint or a glaze the following advantage can be offered. 

[0044] According to this photocatalyst-containing material, the reactant or the intemnediate can be surety bonded 
and held at the base point or the acid point, and the reactant or the intennediate can be placed within the catalytic 
reaction system based on the active oxygen species. This allows the catalytic reaction to proceed more efficiently on 
a surface coated with the paint as the photocatalyst-containing material or a surface with the glaze applied thereto, 

30 which in turn can enhance the percentage reduction of the reactant. Further, in the photocatalyst-containing material, 
high antifouiing effect based on high hydrophiliclty can be advantageously realized on these surfaces. Furthermore, 
in the photocatalyst-containing material, when photocatalyst fomriutatlons containing the metal as the fourth component 
specified In the third to fourth pretended embodiments of the photocatalyst fomriulation are used, synergistic antimicrobial 
activity can be advantageously realized on these surfaces by the antimicrobial metal and photocatalyst. 

35 [0045] In the photocatalyst-containing material used according to the present invention, particularly the paint, a coat- 
ing of the photocatalyst-containing material can be formed by the paint on inner or outer walls of building structures, 
such as existing buildings, houses, and bridges, and existing structures, such as guardrails and noise bamers of roads. 
Therefore, these structures can be easily modified so as to have high percentage reduction of the reactant and high 
antifouiing effect. 

40 [0046] The surface layer of the composite material may have a geometry satisfying any one of the following require- 
ments (1) and (2): 

(1) thickness of surface layer: 0.01 to 3.0 ^m; and 

45 (2) the difference in color of the surface layer between before ultraviolet irradiation and after ultraviolet irradiation 

of the surface layer, with a 1% silver nitrate solution deposited thereon, for 5 min at an ultraviolet intensity on the 
surface layer of 1 .2 mW/cm^, AE: 1 to 50. 

[0047] By virtue of the compound as the third component, the surface layer has a reduced contact angle and improved 
50 hydrophiliclty that can realize high antifouiing effect. When the thickness of the surface layer Is not less than 0.01 ^m, 
the layer (surface layer) is not too thin and is advantageous in that the contact angle of the surface layer per se can 
be surely utilized as the contact angle of the material. Specifically, even though the substrate has a high contact angle, 
the surface layer provided on the substrate can reduce the contact angle as the material. Therefore, the material can 
exhibit high antifouiing effect. On the other hand, when the thickness of the surface layer Is not more than 3.0 \m, the 
55 adhesion of the surface layer to the substrate can be maintained. This can advantageously prevent the separation of 
the surface layer (layer separation). This is true of the use of the compound as the third component in combination 
with the metal as the fourth component. 

[0048] Silver ions In the silver nitrate solution deposited on the surface layer are reduced and precipitated to develop 
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a color, as a result of receipt of excitation electrons from the photocatalyst In the state of excitation upon exposure to 
ultraytolet light. Therefore, a difference In color AE is observed between before ultraviolet Irradiation and after ultraviolet 
Irradiation of the surface layer. The larger the amount of the excitation electron produced, the larger the difference in 
color AE. The amount of the excitation electron produced Is a factor that governs the photoactlvity of the photocatalyst. 
5 This enables the photocatalytic activity to be evaluated by using the color difference AE. The excitation electron of the 
photocatalyst produces active oxygen species, such as hydroxy radical *OH, in the air. Therefore, the higher the pho- 
tocatalytic activity, that Is, the larger the color difference AE, the larger the amount of. the active oxygen species, such 
as hydroxy radical -OH. 

[0049] The compound as the third component contained In the surface layer functions to hold the hydroxy radical 
10 .OH produced by the excitation electron of the photocatalyst. The larger the amount of the hydroxy radical -OH pro- 
. duced, the higher the hydroxy I group density on the surface of the compound as the third component. This provides a 
lower contact angle with water and hence can enhance the hydrophillcity. Further, the larger the amount of the hydroxy 
. radical -OH produced, the larger the amount of organic compounds decomposed. This Is advantageous for the hy- 
drophillcity. Therefore, when the surface layer has a color difference AE of not less than 1 , It has a photocatalytic activity 
IS high enough to fonn high hydroxyl group density. Advantageously, this could surely reduce the contact angle of the 
surface layer to a level low enough to provide antifouling effect. On the other hand, when the amount of the photocat- 
alyst, based on the binder, per surface unit area is increased, the color difference AE is Increased. In this case, it Is 
considered that the adhesion to the substrate is lowered causing the separation of the surface layer For this reason, 
a surface layer having a color difference AE of not more than 50 Is preferred from the viewpoint of preventing the 
so separation of the surface layer. 

[0050] The photocatalytically activabie material may contain a binder. 

[0051] The binder is preferably one which is polymerized or melted below a temperature, at which the quality of the 
material of the substrate layer Is changed, to bond the photocatalyst fomiulatlon onto the surface of the substrate layer, 
or alternatively Is preferably a glaze or a paint. 
25 [0052] According to a preferred embodiment of the present invention, the surface layer contains TiOg as a photocat- - 
alyst and, in addition, AI2O3, Si02, and an antimicrobial metal. 

[0053] In the photocatalytically actlvatable materials having the above constitution, on the surface of the surface 
layer provided on the substrate layer, the percentage reduction of the reactant can be enhanced, and the reactant or 
the Intermediate can be surely placed within the catalytic reaction system. Therefore, on the surface of the surface 

30 layer in the photocatalytically actlvatable material, the reactant can be efficiently reduced, and, at the same time, the 
opportunity for the reactant to be applied to the catalytic reaction and the opportunity for the Intennediate to be further 
applied to the catalytic reaction can be ensured, pemiitting the catalytic reaction to proceed more efficiently. Further, 
since the surface layer contains an antimicrobial metal, on the surface layer, synergistic antimicrobial activity can be 
advantageously realized by the antimicrobial metal and photocatalyst. 

35 [0054] According to the present invention, the reactant or the Intermediate can be surely bonded and held at the 
base point or the acid point, and the reactant or the intemnedhate can be placed within the catalytic reaction systems 
based on the active oxygen species. This allows the catalytic reaction to proceed more efficiently on the surface of the 
surface layer In the photocatalytically actlvatable material, which in tum can enhance the percentage reduction of the 
reactant. Further, in the photocatalytically actlvatable materials, high antifouling effect based on high hydrophillcity can 

40 be advantageously realized on these surfaces. Furthermore, in the photocatalytically activatable materials, when pho- 
tocatalyst fomnulations or photocatalyst-containing materials containing the metal as the fourth component specified 
. In the third to fourth prefen-ed embodiments of the photocatalyst fonnulation are used, synergistic antimicrobial activity 
can be advantageously realized on these surfaces by the antimicrobial metal and photocatalyst. 
[0055]. In the photocatalytically activabie materials used according to the present invention, the following prefeaed 

^ embodiments may be adopted. 

[0056] The substrate layer may comprise a substrate selected from ceramics, resins, metals, glasses, earthenware, 
woods, calcium silicate boards, concrete. boards, cement boards, cement extruded boards, plaster boards, and auto- 
. clave light-weight concrete boards. 
[0057] According to this preferred embodiment, the photocatalytically activabie material can photocatalytically act in 

50 places where these substrates are used, for example, Inner and outer walls of building structures, such as buildings, 
houses, and bridges, and roads, and decomposes environmental pollutants, such as nitrogen oxides, sulfur oxides, 
and carbon dioxide, to purify the air. Further, the photocatalytically activabie material can exhibit high antifouling effect 
based on high hydrophillcity in the inner or outer waits of building, roads and the like. 

[0058] The surface layer may be fornied by heat treatment, for example, firing. According to this embodiment, a 
55 surface layer strongly, which has been adhered to the substrate layer, can be formed. 

[0059] An antimicrobial metal or metal compound may be anchored on the surface of the surface layer. According 
to this embodiment, during exposure to light, the antimicrobial activity of the photocatalyst per se In the surface layer 
is utilized, while during unexposure to light, the antimicrobial activity of the metal or the metal oxide anchored on the 
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surface of the surface layer Is utilized. Therefore, the antimicrobial activity of the photocatalyst can be supplemented. 
Further, since the surface layer contains the other compound described above besides the photocatalyst, the surface 
layer, in addition to the antimicrobial action, can decompose environmental pollutants and purify the air through an 
improvement in efficiency of the catalytic reaction, in which the photocatalyst participates. Further, high antifouling 

5 effect based on high hydrophilicity can be advantageously realized on these surface layers. Furthermore, in the pho- 
tocatalyticaily actlvatable materials, when photocatalyst fomiulations or photocatalyst-contalning materials with the 
metal as the fourth component supported thereon are used, synergistic antimicrobial activity can be advantageously 
realized by the metal as the fourth component. Therefore, the amount of the metal or metallic compound anchored on 
the surface of the surface layer can be minimized. Further, when the synergistic antimicrobial activity realized by the 

10 metal as the fourth component Is high, the anchoring of the metal or nrietalllc.compound onto the suriface of the surface, 
layer can be omitted. 

[0060] (1 ) The process for preparing the composite material may comprise the steps of: . 

providing the photocatalyst fomnulatlon or a photocatalyst formulation dispersed sol with the photocatalyst fomnu- 
is lation dispersed therein; 

layering the photocatalyst f onnulatlpn or the photocatalyst fomnulatlon dispersed sol.on the surface of the substrate 
layer (step of layering); and 
fomning the surface layer. 

^ [0061] In this case, the photocatalyst formulation dispersed sol can be obtained by dispersing the photocatalyst 
formulation in a liquid, such as water or an alcohol. 

[0062] This process does not require any special step. Therefore, a novel photocataiytically activable material can 
be easily produced which, as described above in connection with the photocatalyst fomriulation, pemnits the reactant 
or the Intennedlate to be surely placed within the catalytic reaction system, whereby a catalytic reaction takes place 
25 with high efficiency on the surface layer. In this case, in fonming the surface layer, suitable methods, for example, heat 
treatment or drying treatment, may be adopted according to the layered photocatalyst formulation or the photocatalyst 
fomnulatlon dispersed sol. 

. [0063] When the step of layering Involves the step of putting, coating, or printing the photocatalyst fomnulatlon or the 
photocatalyst fonnulation dispersed sol on the surface of the substrate layer to fomn a layer of the photocatalyst for-" 

30 mulation or the photocatalyst formulation dispersed sol, the following advantages can be offered. 

[0064] Specifically, a novel photocataiytically activatable material can be easily produced which comprises a photo- 
catalyst fomnulatlon and can create a catalytic reaction with high efficiency on a surface layer having a substantially 
even thickness. When the fomnatlon of a layered coating Is contemplated, layering the photocatalystfomnulatlon on 
the surface of the substrate layer may be carried out by a suitable coating method, such as spray coating, while when 

35 the fomnatlon of a layered print Is contemplated, layering the photocatalyst formulation on the surface of the substrate 
layer may be carried out by a suitable printing method, such as roll printing. 
[0065] (2) Another process may comprise the steps of: 

providing the photocatalyst fonnulation or a photocatalyst fomnulatlon dispersed sol with the photocatalyst formu- 
40 lation dispersed therein; 

layering a binder on the surface of the substrate layer to fomn a binder layer; 

layering the photocatalyst fomnulatlon or the photocatalyst fomnulatlon dispersed sol on the surface of the binder 
layer; and 

heat-treating the assembly according to the properties of the binder to fomn the surface layer. 

45 

[0066] In this process, the surface layer can be formed on the surface of the binder layer so that, in the interface of 
the binder layer and the surface layer, the photocatalyst formulation in the surface layer is embedded land held in the 
binder layer. This permits the surface layer to be fimnly anchored onto the binder layer and, at the same time, the 
photocatalyst fomnulatlon to be effectively brought into contact with the outside air. Further, a novel photocataiytically 
50 activatable material can be provided which, as described above in connection with the photocatalyst fonnulation, the 
reactant or the intermediate is be surely placed within the catalytic reaction system, pemnltting the catalytic reaction to 
take place with high efficiency on the surface layer 

[0067] In this case, when the surface layer is fomned using a glaze as the binder, the heat treatment may be carried 
out at a temperature 30 to 300°C above the softening temperature of the glaze and below a temperature at which the 
55 quality of the substrate constituting the substrate layer is changed. The heating temperature at least SO^C above the 
softening temperature of the binder (glaze) Is advantageous in that an unnecessary long period of time is not required 
for softening of the glaze by heating. Further, since the heating temperature is not a temperature more than 300°C 
above the softening temperature of the glaze, rapid melting of the glaze can be avoided, preventing unfavorable phe- 



8 



EP 1 053 788 B1 



nomena, such as excessive embedding of the photocatalyst formulation, the creation of irregular surface, or creation 
of pinholes. Further, in forming the surface layer, the heat treatment is preferably carried out at a temperature of 150 
to 1300''C. This enables an existing heating device to be used In the production of a novel photocatalytlcally actlvatable 
material that creates the catalytic reaction with high efficiency. The heat treatment temperature of 150°C or above 

5 conforms to the heat treatment temperature of the conventional glazes, eliminating the need to use heating treatment 
conditions which are different from those In the prior art. Further, when the heat treatment temperature is 1300^C or 
below, the temperature confonns to the heat treatment temperature used in substrates requiring heat treatment, for 
example, in the production of tiles or ceramic wares, eliminating the need to change the heat treatment conditions. 
[0068] When the surface layer is fonned using a paint as the binder, the heat treatment may be carried out below a 

10 temperature at which the quality of the substrate constituting the substrate layer is changed. This advantageously 
enables the fonnatlon of the surface layer without changing the quality of the substrate. 

[0069] In the above processes (1 ) and (2), the step of fomiing the surface layer may be followed by the step of coating 
a solution containing an antimicrobial metal or metal compound dispersed therein on the surface of the surface layer 
and the step of anchoring the metal or a metat oxide on the surface of the surface layer. 

15 [0070] In the process for producing a photocatalytically activable material according to this embodiment, a novel 
photocatalytlcally activable material can be easily produced wherein the surface layer can exhibit antimicrobial activity 
independently of whether the material is placed under light conditions or under dark conditions and, in addition, a highly 
efficient catalytic reaction takes place on the surface layer Further, independently of whether the material is placed 
under light conditions or under dark conditions, this property of exhibiting the antimicrobial activity can be imparted 

20 after the surface layer is fomied In the photocatalytlcally activable material. 
[0071] In the above processes (1) and (2) the step of layering may comprise 

layering the photocatalyst formulation or the photocatalyst formulation dispersed sol and then coating a solution 
containing an antimicrobial metal or metal compound dispersed therein, and 
the step of fomning the surface layer 

25 comprises, simultaneously with the fpmriation of the surface layer, anchoring the metal or metal oxide on the ' . 

surface of the surface layer. 

[0072] In the process for producing a photocatalytlcally activable material according to this embodiment, a novel 
photocatalytically activatable material can be easily produced which has, from the first, both the property of exhibiting 
the antimicrobial activity independently of whether the material is placed under light conditions or under dark conditions, 

30 and the property of creating the catalytic reaction with high efficiency. 

[0073] In the above processes (1 ) and (2) the step of forming the surface layer may be followed by the step of coating 
an aqueous metal salt solution containing antimicrobial metal ions on the surface of the surface layer and the step of 
irradiating the surface layer with ultraviolet light to photoreduce the metal Ions on the photocatalyst, thereby supporting 
and fixing the metal on the photocatalyst in the surface layer. 

35 [0074] In the process for producing a photocatalytically activatable material according to this embodiment, a novel . 
■ photocatalytically activatable material can be easily produced which, in the surface layer, can exhibit the antimicrobial - 
activity, independently of whether the material is placed under light conditions or under dark conditions, and, at the 
same time, can develop a catalytic reaction in the surface layer with high efficiency. Further, a metal, which contributes 
to supplement the antimicrobial activity, is supported and fixed onto the photocatalyst m the surface layer through 

40 photoreduction and hence is less likely to be separated from the photocatalyst. Therefore, the property of supplementing 
the antirnicrobial activity can be maintained for a long period of time. Further, independently of whether the material is 
placed under light conditions or under dari< conditions, this property of exhibiting the antimicrobial activity can be im- 
parted after the surface layer is fonned in the photocatalytically activable material. When the photocatalyst formulation 
with the metal as the fourth component supported thereon is used, the metal as the fourth component also can develop 

45 synergistic antimicrobial activity. Therefore, the amount of the metal supported on the surface of the surface layer 
through coating of an aqueous metal salt solution and subsequent ultraviolet Irradiation can be minimized. Further, 
when the synergistic antimicrobial activity of the metal as the fourth component is high, the step of supporting the metal 
on the surface of the surface layer may be omitted. 
[0075] (3) A further process may comprise the steps of : 

50 

providing a photocatalyst fonnulation dispersed sol; and 

mixing the photocatalyst fomiulation dispersed sol with an aqueous metal salt solution containing antimicrobial 
metal ions and supporting the metal as the fourth component on the photocatalyst. 

55 [0076] (4) Another process may comprise the steps of : 

providing a photocatalyst dispersed sol containing, dispersed therein, at least the photocatalyst among the pho- 
tocatalyst, the other compound, and the compound as the third component; and 
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mixing the photocatalyst dispersed sol with an aqueous metal salt solution containing antimicrobial metal ions, 
copreclpitating the metal salt and the photocatalyst fomriulation, and supporting the metal as the fourth component 
on the photocatalyst. 

5 [0077] (5) Another process may comprise the steps of: 

providing a photocatalyst dispersed sol containing, dispersed therein, at least the photocatalyst among the pho- 
tocatalyst, the other compound, and the compound as the third component; and 

mixing the photocatalyst dispersed sol with an aqueous metal salt solution containing antimicrobiar metal ions and 
10 then irradiating the mixture with ultraviolet light to photoreduce the metal ions, thereby supporting the metal as the 

fourth component on the photocatalyst. 

[0078] In these processes (3) to (5) for producing a photocatalyst fomnulation, a novel photocatalyst fomiulation can 
be easily produced which, in the surface layer fomried using the photocatalyst fomnulation, can exhibit the antimicrobial 

IS activity, independently of whether the material is placed under light conditions or under dark conditions, and, at the 
same time, can develop a catalytic reaction in the surface layer with high efficiency. Further, in process (3), what is 
required for previously supporting and fixing the metal, which contributes to supplementation of the antimicrobial activity, 
onto the photocatalyst, is merely to mix the photocatalyst dispersed sol with the aqueous metal salt solution. This can 
simplify the process. Further, In processes (4) and (5), copreclpltation or photoreduction Is utilized in previously sup- 

20 porting and fixing a metal, which can supplement the antimicrobial activity, onto the photocatalyst. By virtue of this 
constitution, the metal is less likely to be separated from the photocatalyst, penmitting the ability of supplementing the 
antimicrobial activity to be maintained for a long period of time. Further, In process (5), what is required for supporting 
and fixing the metal is merely to apply ultraviolet light, and use of chemicals and the like Is not required at alt. This can 
simplify the process. 

25 [0079] In the processes (3) to (5) for producing a photocatalyst fomnulation, the photocatalyst dispersed sol may be . 
a sol containing, dispersed therein, all the photocatalyst, the other compound, and the compound as the third compo- 
nent, that is, a sol containing, dispersed therein, the photocatalyst fomnulation. Further, the other compound and the 
compound as the third component may be dispersed in the photocatalyst dispersed sol after supporting the metal. 
Furthemnore, when the photocatalyst formulation should be powdery from the viewpoint of the convenience of storage 

30 or the like, a so( may be dried which contains, dispersed therein, the photocatalyst, with the metal as the fourth com- 
ponent supported thereon, the other compound, and the compound as the third component. 

Fig. 1 is a schematic diagram illustrating. In oxidation of nitrogen oxides with titanium dioxide as a photocatalyst, 
the state of progress of a catatytk: reaction and the state of bonding of an intermediate, produced by the catalytic 
35 reaction, to alumina in the case where alumina, together with titanium dioxide, is fomiulated; 

Fig. 2 Is a schematic diagram illustrating. In oxidation of sulfur oxides with titanium dioxide as a photocatalyst, the 
state of bonding of an intennediate, produced by the catalytic reaction, to alumina in the case where alumina, 
together with titanium dioxide, Is fomnulated; 

Fig. 3 is a schematic diagram illustrating, in oxidation of cari3on monoxide with titanium dioxide as a photocatalyst, 
40 the state of progress of a catalytic reaction and the state of bonding of an intennediate, produced by the catalytic 

reaction, to alumina in the case where alumina, together with titanium dioxide, is fomiulated; 
Fig. 4 Is a schematic block diagram of a test apparatus used in the measurement of the effect of reducing nitrogen 
oxides by example tiles according to the first example; 

Fig. 5 is a graph showing the results of a test on the effect of reducing nitrogen oxides by exahnple titles according . 
45 to the first example; 

Fig. 6 Is a graph showi ng the results of a test on the effect of reducing ammonia by example titles according to the 
first example; 

Fig. 7 is a graph showing the results of a test on the effect of reducing sulfur dioxides by example titles according 
to the first example; 

so Fig. 8 is a graph showing the results of a test on the effect of reducing nitrogen oxides by example titles according 

to the first example; 

Fig. 9 is a graph showing the results of a test on the effect of reducing nitrogen oxides by example titles according 
to the first example; 

Fig. 1 0 is a graph showing the results of a test on the antimicrobial effect by example tiles according to the third 
55 example; 

Fig. 11 is a graph showing the relationship between the c/d (metal fomnulation ratio), wherein c represents the 
weight of a metal supported in example tiles (baked type) of a four component system according to the sixth 
example and d represents the weight of T1O2 supported, and the antimk:roblal activity; 
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Fig. 12 is a graph showing the relationship between the c/d (metal formulation ratio), wherein c represents the 
weight of a metal supported in example tiles (paint type) of a four component system according to the sixth example 
and d represents the weight of T1O2 supported in the tiles, and the antimicrobial activity; 
Fig. 1 3 is a graph showing the relationship between the thickness of the surface layer and the contact angle under 

5 light conditions In example tiles of a four component system (baked type) according to the sixth example; 

Fig. 1 4 is a graph showing the relationship between the thickness of the surface layer and the antimicrobial activity 
in example tiles of a four component system (baked type) according to the sixth example; 
Fig. 15 is a graph showing the relationship between the thickness of the surface layer and the oil degradation 
activity in example tiles of a four component system (baked type) according to the sixth example; 

10 Fig. 1 6 is a graph showing the relationship between the thickness of the surface layer and the NO oxidation activity 

in example tiles of a four component system (baked type) according to the sixth example; 
Fig. 1 7 is a graph showing the relationship between the thickness of the surface layer and the contact angle under 
light conditions In example tiles of a three component system (baked type) according to the seventh example; 
Fig. 18 is a graph showing the relationship between the color difference AE and the contact angle under light 

15 conditions in example tiles of a four component system (paint type) according to the sixth example; 

Fig. 1 9 is a graph showing the relationship between the color difference AE and the antimicrobial activity in example 
tiles of a four component system (paint type) according to the sixth example; 

Fig, 20 is a graph showing the relationship between the color difference AE and the oil degradation activity in 
example tiles of a four component system (paint type) according to the sixth example; 
20 . Fig. 21 is a graph showing the relationship between the color difference AE and the NO oxidation activity in example 
tiles of a four component system (paint type) according to the sixth example; and 

Fig. 22 is a graph showing the relationship between the color difference AE and the contact angle under light 
conditions in example tiles of a three component system (paint type) according to the seventh example. 

25 [0080] Next, embodiments of the present invention will be described with reference to the following examples. 7' 
[0081] The following composite materials are used in accordance with the present invention: 

the tiles of Example 4 (four component systems) 
- . the tile of Example 5 (three component system) 
30 - the tiles of Example 6 (four component systems) 
the tile of Example 7 (three component system) 

- tiles 4, 7, 8, 11-13 and 16-18 of Example 8 

- the tiles of Example 9 (three component systems) 

35 [0082] The remaining tiles are reference tiles or comparative tiles. 

[0083] Preparation of photocatalyst fomnulations used in the following examples will be described. Titanium dioxide' - 
(anatase form) was used as a photocatalyst. Alumina as an amphoteric metal oxide and strontium oxide and barium 
oxide as basic metal oxides were used as metal oxides. Photocatalyst fomiulations were prepared through the following 
steps. 

40 . 

(i) Provision of photocatalyst and particles of metal oxide. 

[0084] Starting materials for titanium dioxide, alumina, strontium oxide, and barium oxide were provided. They were 
pulverized by means of a grinding device, such as a ball mill, or subjected to a sol-gel process. Thus, fine particles of 
45 titanium dioxide, alumina, strontium oxide, and barium oxide were obtained. In this case, size regulation was carried 
out so that, for the particles of the compounds, the diameter Is in the range of 0.005 to 0.5 |im. 

(li) Preparation of sol 

so [0085] Next, the materials for formulation thus prepared were dispersed in a solvent, such as water or an alcohol, 
to prepare a sol for each material for formulation. In this case, for each sol, the amount of the material to be dispersed 
(for example, the weight of the material for formulation/volume of the solvent) is specified. 

(ill) Preparation of photocatalyst formulations 

55 

[0086] Thereafter, the titanium dioxide sol (photocatalyst sol) thus prepared was mixed with a metal oxide sol, that 
Is, an alumina sol, a strontium oxide sol, or a barium oxide sot. Thus, a titanium dioxide/alumina mixed sol (TI/AI sol), 
a titanium dioxide/strontium oxide mixed sol (Ti/Sr sol), and a titanium dioxide/barium oxide mixed sol (Ti/Ba sol) were 
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obtained. In the preparation of the mixed sols, the photocatalyst sol and the metal oxide sol were weighed, and mixed 
sols with varied formulation proportions of the photocatalyst and the metal oxide were prepared by varying the weighed 
amount of the photocatalyst sol to be mixed and the weighed amount of the metal oxide sol to'be mixed. Specifically, 
mixed sols with the fonnulation ratio defined as a/(a + b) (the "a/(a + b)" will be hereinafter referred to as "formulation 
s ratio") being varied were prepared, wherein a represents the weight of the metal oxide in each mixed sol and b repre- 
sents the weight of the photocatalyst In each mixed sol. 

[0087] Besides the above steps (i) to (iii), particles of alumina or the like, which have been regulated to a desired 
particle size, . may be added to and dispersed in the photocatalyst sol to prepare a Ti/Ai sol or the like. Further, the 
photocatalyst parttoles, which have been regulated to a desired particle size, and particles of alumina or the like may 
10 be alternately or simultaneously dispersed in the solvent to prepare a Ti/AI sol or the like with the photocatalyst particles 
and alumina or the like being originally dispersed therein. 

[0088] Next, photocatalytically activable materials havihg photocatalytic activity using the photocatalyst fomiulations 
(Ti/AI mixed sol, Ti/Sr mixed sot, and Ti/Ba mixed sol) thus prepared will be described, in the present example (first 
example), tiles were used as the photocatalytically activable material and produced as follows. 

15 [0089] An unglazed tile was provided as a substrate. Each of the mixed sols having a specified concentration was 
spray-coated onto the surface of the tile. In the spray coating, the coverage, that is, the spray time, was regulated so 
that the thickness of the photocatalyst fomriulation layer, on the surface of the tile, after firing was about 0.85 \m. The 
tiles, which had been spray-coated with the mixed sols were then fired at a temperature determined by taking into 
consideration the melt temperature of silica or the like formulated for fixing the photocatalyst and the melting temper- 

20 ature of titanium dioxide and each metal oxide (about SOO^'C in this example) for about 60 min. Thus, final photocata- 
lytically activable materials comprising a surface layer containing the sol neutral matters (photocatalyst and alumina 
or the like) provided on the surface of a substrate (tile) were obtained. These photocatalytically activable materials 
were evaluated as follows. The evaluation was carried out in terms of the effect of reducing nitrogen oxides, ammonia, 
and sulfur dioxide which have been desired to be reduced as harmful materials in the air or in the room. The evaluation 

25 . test will be briefly described. At the outset, an evaluation test on reduction in nitrogen oxides will be described. It should 
be noted that, for the spray coating of the mixed sol, spin coating, dip coating and the like may be, of course, adopted 
instead of the spray coating. 

(1 -1 ) Evaluation test 1 : Effect of alumina and the like on reduction in nitrogen oxides 

30 

[0090] For comparison with products according to the examples, a photocatalytically activable tile using a photocat- 
alyst formulation, containing none of alumina, strontium oxide, and barium oxide, with only titanium dioxide being 
fomiulated there^in (a comparative tile) and photocatalytically activable tiles aiccording to the examples (example tiles) 
were prepared as follows. The comparative tile was prepared by spray-coating a photocatalyst sol having a titanium 
35 dioxide content of 7.5% by weight onto the surface of the tile and firing the coated tile under the above conditions 
(about 800°C x 60 min). In the spray coating, the coating time and the like were detemnined so that the weight of 
titanium dioxide on the surface of the tile after firing was about 3.3 x ID""* g/cm^ (thickness of titanium dioxide layer: 
about 0.85 The example tiles were the following Ti/AI tile, Ti/Sr tile, and Ti/Ba tile. 

[0091] The Ti/AI tile was prepared by spray-coating a Ti/A! sol having a titanium dioxide content of 7.5% by weight 
40 and an alumina formulation ratio regulated to 1/11 in temis of the fomriulation ratio a/(a + b) (a Ti/AI sol with the weight 
ratio of titanium dioxide to alumina being 0.1) in the same manner as described above in connection with the compar- 
ative tile and firing the coated tile in the same manner as described above in connection with the comparative tile. The 
Ti/Sr tile was prepared by spray-coating a Ti/Sr sol comprising titanium dioxide and strontium oxide in the same for- 
' mulation ratio as described above in connection with the Ti/AI tile and firing the coated tile in the same manner as 
45 described above in connection with the comparative tile. The Ti/Ba tile was also prepared in the same manner as 
described above. The comparative tile has only titaniuni dioxide on the surface of the tile and exhibits catalytic activity 
as a standard for comparison. Therefore, comparison of the comparative tile with each of the example tiles shows 
whether or not an improvement in catalytic activity has been attained by fomnulating the metal oxide and the degree 
of the improvement. The comparative tile comprises a tile having thereon a surface layer consisting of titanium dioxide 
50 alone. On the other hand, each of the example tiles comprises a tile having thereon a surface layer fomried of a for- 
mulation of titanium dioxide and alumina or strontium oxide or barium oxide. 

[0092] The comparative tile and the example tiles were tested as followis. In the test, a sample piece having a size 
of 10 cm square for each of the comparative tile and the example tiles was used. For each of the sample pieces, the 
effect of reducing nitrogen oxides was measured in a testing apparatus shown in Fig. 4. in this testing apparatus, a 
55 cylinder 1 2 filled with a nitrogen monoxide gas having a constant concentration is provided upstream of a hemnetlcally 
sealed glass cell 10 in which the sample piece is placed. NO gas from the cylinder 12 is mixed with air, which has been 
sucked through an air pump 14 and adjusted to desired humidity by means of a humidity controller 15, through a flow 
rate control valve 16. The NO gas (test gas) having a predetemnined concentration (about 0.95 ppm) is flowed at a 
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constant rate (1 liter/min) through the flow control valve 1 6 into the glass cell 10. A concentration meter (NOx sensor) 
1 8 for measuring the concentration of nitrogen oxides In the gas, which has been passed through the ceil, is provided 
downstream of the glass cell 10. The NOx sensor 18 is constructed so that the concentration of INIO and the concen- 
tration of nitrogen dioxide (NOg concentration) in the gas are measured at any time, the measured value of the NO 

s concentration is added to the measured value of the NO2 concentration, and the sum of both the concentrations is 
output as the nitrogen oxide concentration (NOx concentration). The testing apparatus is provided with a lamp 20 for 
applying ultraviolet light (wavelength 300 to 400 nm) into the glass cell 10. The lamp 20 is lighted with control so that 
the intensity of the ultraviolet light on the sample piece is 1 .2 mW/cm^. The sample piece was placed in the glass cell 
10 of the testing apparatus, that is, placed under an environment which undergoes ultraviolet irradiation. For each of 

10 the comparative tile and the example tiles, the NO2 concentration and the NOx concentration were plotted against the 
elapsed time from the initiation of the flow of the test gas. The results are shown in Fig. 5. The lamp 20 was not lighted 
until the NOx concentration (NO concentration) on the outlet side has become stable after the initiation of the flow of 
the test gas. . . 

[0093] In the evaluation test 1 , if a reaction for oxidizing nitrogen monoxide does not take place, for example, if the 

IS glass cell 10 is placed in a dark room so as not to produce active oxygen species by titanium dioxide in the surface 
layer and to cause a catalytic reaction, the test gas is flowed into the NOx sensor 18 without causing any reaction. 
Therefore, in this case, the output of the NOx sensor 1 8 is identical to the test gas concentration (CNO/in) for the NO 
concentration (CNO/out), the NOg concentration (CNOg/out) Is zero with the NOx concentration (CNOx/out) being 
GNO/out, that Is, identical to CNO/in. However, when NO is oxidized by a catalytic reaction based on active oxygen 

20 species produced by titanium dioxide in the surface layer, the NO concentration is reduced from CNO/in by an amount 
of NO whteh has been oxidized. Further, when NO2 produced by the oxidation of NO is left from the surface of the tile, 
the NO2 concentration is increased by an amount of the left NOg. The degree of reduction In NOx is detenmined from 
the relationship between the reduction in NO concentration by oxidation of NO and the increase in NO2 concentration 
by leaving of the formed NO2 from the surface of the tile. ^ 

25 [0094] As shown in Fig. 5, for the comparative tile, the NOx concentration rapidly lowers upon the initiation of the . 
. test. After about 5 min has elapsed from the initiation of the test, the NOx concentration increased and approached 
thetest gas concentration. Further.forthecomparativetile, the NOg concentration gradually increased afterthe initiation 
of the test and, 30 min after the initiation of the test, reached about 0.1 8 ppm. The NOx concentration and the NOg 
concentration were increased in substantially the same fashion. These indicate that, for the comparative tile, the pfio- 

30 tocatatyst reaction by titanium dioxide in the surface layer proceeds to oxidize NO, resulting in reduced NO concen- 
tration. In this case, an increase in NOg concentration inhibits the reduction in the whole NOx. Therefore, for the com- 
parative tile, since NO2 is left from the surface of the tile, further oxidation of N02 on the surface of the tile is not 
significant. The NOx concentration 30 min after the initiation of the test was about 0.66 ppm, and, hence, the reduction 
in NOx the comparative tile was about 30.5% ((0.95 - 0.66)/0.95). 

35 [0095] On the other hand, for all the example tiles of Ti/AI tile, Ti/Sr tile, and Ti/Ba tile, as with the comparative tile, 
the NOx concentration rapidly lowered upon the Initiation of the test. Thereafter, the NOx concentration was maintained.. 
at a value slightly higher than the minimum concentration. Further, for the example tiles, the NO2 concentration was 
not significantly increased after the initiation of the test and, even 30 min after the Initiation of the test, was as low as 
about 0.05 ppm. From these facts, it can be first said that, for the example tiles, the photocatalytic reaction by titanium 

40 dioxide In the surface layer proceeds to oxidize NO, resulting in lowered NO concentration. Further, NO2 is bonded to 
alumina, strontium oxide, and barium oxide and hence is not relatively left from the surface of the tile, and further 
oxidation of NOg with titanium dioxide actively proceeds, so that the NOg concentration is not increased. For this reason, 
for the example tiles, NOx could be reduced with very high efficiency. The NOx concentration 30 min after the initiation 
of the test was about 0.45 ppm, and, hence, the reduction in NOx in the example tiles was about 52.6% ((0.95-0.45)/ 

45 0.95), that is, was substantially twice that of the comparative tile. For the example tiles, the above test was continued. 
As a result, it was found that the high reduction In NOx was maintained. The test was finished 12 hr after the Initiation 
of the test. The surface of the example tiles was washed with water, and the wash liquid was analyzed for materials 
contained therein. As a result, the presence of nitric acid was confirmed. 

[0096] Further, all the example tiles had an excellent surface without unacceptable irregularities. A sliding abrasion 
so test was carried out using a plastic eraser according to JIS A 6808. As a result, for all the example tiles, after recipro- 
. eating sliding about 40 times, the surface layer caused neither deterioration nor separation, indicating that the abrasion 
resistance was excellent. This means that the photocatalyst fomnulation produced by mixing sols as described above 
can be applied not only to fired paints and glazes but also to firing, printing, binders and the like. Further, the photo- 
catalyst formulation and the photocatalytically activable material, whteh can highly-reduce nitrogen oxides by virtue of 
ss the photocatalytic activity, can be easily produced by mixing sols as described above. 
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(1 -2). Evaluation test 1 : Effect of alumina and the like on reduction In ammonia 

[0097] Also for ammonia, the reduction by the comparative tile, the Ti/AI tile, and the Ti/Sr tile was Investigated using 
the same apparatus and method as described above In connection with the nitrogen oxides. In this case, the test gas . 

5 flowed into the glass cell 10 was about 4 ppm of ammonia gas. The concentration of ammonia In the gas, which has 
been passed through the cell, was measured with a concentration meter (a gas detector tube) provided downstream 
of the cell. For the comparative tile and the example tiles (Ti/Al tile and Ti/Sr tile), the ammonia concentration was 
plotted against the elapsed time from the Initiation of the flow of the test gas. The results are shown in Fig. 6. 
[0098] As shown in Fig. 6, for all the comparative tile and the example tiles, the ammonia concentration lowered 

10 upon the initiation of the test. With the elapse of the time, the example tiles provided lower ammonia concentration 
than the comparative tile. About 1 0 min after the Initiation of the test, the tiles provided respective substantially constant 
ammonia concentrations. Specifically, the ammonia concentration was about 3.5 ppm for the comparative tile, about 
2.6 ppm for the Ti/AI tile, and about 2.6 ppm for the Ti/Sr tile. The reduction In ammonia was about 1 2.6% ((4 - 3.5)/4) 
for the comparative tile, about 37.6% ((4 - 2,6)/4) for the Ti/AI tile, and about 36% {(4 r 2.6)/4) for the Ti/Sr tile. From 

IS these facts, it is apparent that, for the comparative tile, the photocatalytic reaction by titanium dioxide in the surface 
layer proceeds to develop chemical conversion of ammonia to NO, NO2 and the like, reducing ammonia to some extent, 
whereas, for both the example tiles, Ti/AI tile and Tl/Sr tile, the.reductlon In ammonia was higher than that for the 
comparative tiie. The reason for this is believed as follows. 

[0099] If the reaction for converting ammonia to other materials (chemical conversion) does not take place, the test 
20 gas flows into the gas detector tube without causing any reaction. In this case, the measured value of the ammonia 
concentration is identical to that in the test gas. However, when ammonia is catalytically reacted based on active oxygen 
species produced by titanium dioxide in the surface layer and converted to other materials, the ammonia concentration 
is reduced from the concentration of ammonia in the test gas by an amount of ammonia which has been converted. 
For this, reason, for all the comparative tile and the example tiles, the ammonia concentration lowered immediately 
25 after the initiation of the test. In this case, since ammonia is catalytically reacted based on active oxygen species, 
nitrogen constituting ammonia is oxidized to give NO and NOg as intermediates. It is considered that, as described 
above, NO is oxidized to NO2 by the active oxygen species and NOg is further oxidized by the active oxygen species 
and consequently chemically converted to nitric acid, resulting in enhanced chemical conversion of ammonia to NO 
and NO2 through the catalytic reaction of ammonia based on the active oxygen species, which can enhance the re- 
30 ductlon In ammonia. 

[0100] The example tiles are different from the comparative tile in that, as described above, alumina or strontium 
oxide, which is bonded to NO2 to prevent NO2 from being left from the surface of the tile, has been fomnulated. For 
the comparative tile, NO2 produced from ammonia is left from the surface of the tile, and, for this reason, further 
oxidation of NOg by the active oxygen species to chemically convert NO2 to nitric acid does not significantly proceed. 
35 By contrast, for the example tiles, NO2 produced from ammonia is not leftfrom the surface of thetiles, and this promotes 
further oxidation of NOg to nitric acid by the active oxygen species. For this reason, for the example tiles, as described 
above, the reduction in ammonia was enhanced. It is considered that this has created superiority of the reduction In 
ammonia by the example tiles to that by the comparative tile. 

40 (1-3) Evaluation test 1 : Effect of alumina and the like on reduction in sulfur dioxide 

[01 01] Also for sulfur dioxide, the reduction by the comparative tiie and the Ti/Al tile was Investigated using the same 
apparatus and method as described above in connection with the nitrogen oxides. In this case, the test gas flowed into 
the glass cell 10 was about 10 ppm of sulfur dioxide gas. The concentration of sulfur dioxide in the gas, which has 

4S been passed through the cell, was measured with a concentratiori meter (a gas detector tube) provided downstream 
of the cell. For the comparative tile and the example tile (Ti/AI tile), the sulfur dioxide concentration was plotted against 
the elapsed time from the initiation of the flow of the test gas. The results are shown in Fig. 7. 
[0102] Asshown In Fig. 7, for both the comparative tile and the example tile, the sulfur dioxide concentration lowered 
upon the Initiation of the test. With the elapse of the time, the example tile provided lower sulfur dioxide concentration 

so than the comparative tile. About 30 min after the initiation of the test, the sulfur dioxide concentration was about 7.7 
ppm for the comparative tile and about 2.7 ppm for the Ti/Al tile. Thus, the reduction in sulfur dioxide was about 23% 
((10 - 7,7)/1 0) for the comparative tile and about 73% ((10 - 2.7)/10) for the Ti/AI tile. From these facts, it is apparent 
that, for the comparative tile, the photocatalytic reaction by titanium dioxide in the surface layer proceeds to develop 
chemical conversion of sulfur dioxide, sulfuric acid, sulfurous acid or the like, reducing sulfur dioxide to some extent, 

ss whereas, for the Ti/AI tile (example tile), the reduction In sulfur dioxide was higher than that for the comparative tile. 
The reason for this is believed as follows. 

[01 03] The reason why, for both the comparative tile and the example tile, the sulfur dioxide concentration Is lowered 
Is that, as with the case of nitrogen monoxide and ammoniia, sulfur dioxide is catalytically reacted based on active 
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oxygen species produced by titanium dioxide in the surface layer and converted to sulfuric acid or sulfurous acid. In 
this case, the sulfur dioxide concentration is reduced from the concentration of sutfur dioxide in the test gas by an 
amount of sulfur dioxide which has been converted. Sulfur dioxide as the reactant is an acid gas. Therefore, as explained 
with reference to Fig. 2, sutfur dioxide, which is the reactant I this evaluation test. Is chemically bonded and adsorbed 

s onto alumina as a basic metal oxide. For this reason, for the comparative tile free from alumina, sulfurdloxide is oxidized 
by the active oxygen species and chemically converted to sulfuric acid or sulfurous acid in such a state that it Is not 
adsorbed onto the surface of the tile. Therefore, this reaction proceeds relatively mildly. By contrast, for the example 
tile, sulfur dioxjde is oxidized by the active oxygen species and converted to sulfuric acid or sulfurous acid in such as 
state it is adsorbed onto the surface of the tile. This promotes the reaction. For this reason, for the example tile, as 

10 described above, the reduction in sulfur dioxide was enhanced. It Is considered that this has created superiority of the 
reduction in sulfur dioxide by the example tile to that by the comparative tile. 

[0104] Next, the relationship between the proportion of alumina or the like, which has been formulated together with 
the photocatalyst, and the effect of reducing nitrogen oxides was evaluated by the following two methods. This eval- 
uation was carried out by taking alumina as an example. 

IS * 

(2) Evaluation test 2: Effect of proportion of alumina fonr^ulated on reduction In nitrogen oxides - part 1 

[0105] At the outset, for comparison with products according to the examples, a comparative tile and photocatalytl- 
cally actlvable tiles of example (example tiles), which were similar to those used in the evaluation test t , were provided 

20 as follows. The comparative tile was prepared by spray-coating a photocatalyst sol having a titanium dioxide content 
of 7.5% by weight onto the surface of the tile and firing the coated tile under the above conditions (about 800°C x 60 
min). In the spray coating, the coating time and the like were determined so that the weight of titanium dioxide on the 
surface of the tile after firing was about 3.3 x 10-* gfcrrfi (thtekness of titanium dioxide layer: about 0.85 ^m). The 
example tile was the following Ti/AI tile. 

25 [01 06] The Ti/AI tile was prepared by spray-coating a photocatalyst sol having a titan ium dioxide content of 7.5% by^' 
weight, which was the same as that of the comparative tile, and an alumina fomnulation ratio regulated to 0.0001 to 
0.8 In tenns of the fomnulation ratio a/(a -i- b) and firing the coated tile In the same manner as described above In 
connection with the comparative tile. Specifically, various TI/AI tiles were fired wherein the weight of titanium dioxide 
on the surface of the tile after firing was identical to that in the comparative tile and about 3.3 x 1 0"* g/cm^ while the 

30 weight of alumina on the surface of the tile after firing was varied. These Ti/AI tiles were used as example tiles in the 
evaluation test 2. When the formulation ratio a/(a + b) is 0.01 , a = b/99. Therefore, in this case, the weight of alumina 
on the surface of the tile after firing is about 3.3 x 1 0"^ g/cm^. On the other hand, when the formulation ratio a/(a + b) 
is 0.5, a = b. Therefore, in this case, the weight of alumina on the surface of the tile after firing, is about 3.3 x 10-^ g/ 
cm^. Also In this evaluation test 2, since the comparative tile exhibits standard catalytic activity, comparison of the 

35 comparative tile with the n/AI tiles with the amount of alumina formulated being varied reveals the effect of the amount 
of alumina formulated on an improvement in catalytic activity where the amount of the photocatalyst is identical. . 
[0107] In this evaluation test 2, the same testing apparatus as used in the evaluation test 1 was used, and, 30 min 
afterthe initiation of the test, that is, at the time of initiation of the flow of a test gas having a predetemriined concentration 
(about 0.95 ppm) at a constant rate and the initiation of lighting of the lamp 20, the NO2 concentration and the NOx 

40 concentration were measured for the comparative tile and the example tiles. For each of the tiles, the amount of NOx 
removed, detennlned by subtracting the measured value of the NOx concentration from the NO concentration of the 
test gas, and the measured value of the NO2 concentration were plotted. The. results are shown in Fig. 8. For the 
comparative tile, since alumina had not been fonnulated at all, the fomnulation ratio a/(a + b) was zero. 
[0108] In Fig. 8, the results on the comparative tile (a/(a + b) = 0) are plotted on the Y axis in the graph. As Is apparent 

45 from Fig. 8, for the comparative tile, the NO2 concentration was about 0.17 ppm, while the amount of NOx removed 
was about 6.3 ppm. The reason why, although the NOx concentration was lowered to a value lower than the concen- 
tration of NOx in the test gas, the presence of NOg not contained in the test gas is detected is that, as described above, 
the photocatalytic reaction by titanium dioxide In the surface layer proceeds and NO2 is left from the surface of the tile. 
[01 09] By contrast, for the TI/AI tile of which the fomnulation ratio a/(a + b) was represented on the X coordinate axis, 

50 when the amount of alumina fomnulated was small, that Is, the formulation ratio a/(a + b) was 0.01 , the NO2 concentration 
was about 0.15 ppm, while the amount of NOx removed was about 0.4 ppm. For the Ti/AI tile wherein the amount of 
alumina formulated was identical to that of titanium dioxide, that is, the fonnulation ratio a/(a + b) was 0.5, the NO2 
concentration was about 0.14 ppm, while the amount of NOx removed was about 0.43 ppm. For the Ti/AI tile wherein 
the fomnulation ratio a/(a + b) was 0.05 to 0.2, the NO2 concentration was about 0.06 to 0.13 ppm, while the amount 

55 of NOx removed was about 0.44 to 0.46 ppm. Thus, as compared with the comparative tile, these Ti/AI tiles provided 
much lower NO2 concentration and much larger amount of NOx removed. Also for the Ti/AI tile wherein the fomnulation 
ratio a/(a + b) was 0.0001 , the results {NO2 concentration = about 0.155 ppm; amount of NOx removed = about 0.36 
ppm) were similar to the TI/AI tile wherein the formulation ratio a/(a + b) was 0.01 . The results on this Ti/AI tile were 
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not indicated in this drawing because the plot on the X coordinate axis for the Ti/AI tile was close to zero. 
[0110] As is apparent from these facts, when the formulation ratio a/(a + b) is in the range of 0.0001 to 0.5, the 
fonnulation of alumina can prevent NO2 from leaving from the surface of the tile, realizing higher NO2 reduction and, 
in its tum, higher NOx reduction than the comparative tile. A fomiulation ratio a/(a + b) in the range of 0.05 to 0.2 is 
5 particularly prefered because much higher NOx reduction than the comparative tile can be attained. In addition, even 
when the amount of alumina fonmulated is very small, that is, even when the fonnulation ratio a/(a + b) Is 0.0001 , high 
NOx reduction can be provided. 

[01 1 1] Further, the Ti/AI tiles with the formulation ratio a/(a -i- b) being varied also had a good surface and possessed 
excellent abrasion resistance. 

10 

(3) Evaluation test 3: Effect of proportion of alumina fomiulated on reduction in nitrogen oxides • part 2 

[01 12] In this evaluation test 3, the total amount of titanium dioxide as the photocatalyst and alumina (the sum of the 
amounts of both the materials fomiulated) was constant with the proportion of titanium dioxide to alumina being varied 

IS. to examine the effect of reducing nitrogen oxides. 

[01 13] At the outset, for comparison with products according to the examples, a comparative tile and photocatalytl- 
cally actlvable tiles of examples (example tiles), which were similar to those used In the evaluation test 1 , were provided 
as follows. The comparative tile was identical to the comparative tile used in the evaluation test 2, and the weight of 
titanium dioxide on the surface of the tile after firing was about 3.3 x 1 0^ g/cm^. A simple tile (a tile not having photo- 

20 catalytic activity) using a fonnulation containing only alumina without any photocatalyst was also provided wherein the 
weight of alumina on the surface of the tile was about 3.3 x 1 0"^ g/cnfi. The following Ti/AI tiles were provided as the 
example tiles. 

[01 1 4] The Ti/AI tiles were prepared by spray-coating a Ti/Al sol with the total amount of titanium dioxide and aluminia 
being the same as that in the comparative tile, that is, 7.5% by weight, and having an alumina fonnulation ratio regulated 

25 to 0.05 to 0.95 in temns of the fonnulation ratio a/(a + b) in the same manner as described above in connection with 
the comparative tile and firing the coated tiles in the same manner as described above In connection with the compar- 
ative tile. Specifically, various TI/AI tiles were fired wherein the weight of titanium dioxide on the surface of the tile after 
firing was reduced from about 3.3 x 1 0~^ g/cm^ with Increasing the weight of alumina. These Ti/Al tiles were used as 
the example tiles in the evaluation test 3. When the formulation ratio a/(a + b) is 0.05, a + b corresponds to the above 

30 3.3 X 10-^ g/cm2. Therefore, the weight a of alumina on' the surface of the tile after firing is about 1.65 x 10-^ g/cm^, 
while the weight b of titanium dioxide is about 3.135 x 1 0""* g/cm^. On the other hand, when the fomriulatlon ratio a/(a 
+ b) is 0.95, the weight a of alumina Is about 3.135 x 10"^ g/cm^, while the weight b of titanium dioxide is about 1 .65 x 
10'^ g/cm^. Also in this evaluation test 3, since the comparative tile exhibits standard catalytic activity, comparison of 
the comparative tile with the Ti/AI tiles with the amounts of titanium dioxide and alumina fonnulated being varied reveals 

3S the effect of the amounts of titanium dioxide and alumina formulated on an improvement In catalytic activity. 

[0115] In this evaluation test 3, the same testing apparatus as used in the evaluation test 1 was used, and the NO2 
concentration and the amount of NOx removed were plotted in the same manner as the evaluation test 2. the results 
are shown In Fig. 9. For the comparative tile, since alumina had not been fonnulated at all, the fonnulation ratio a/(a 
+ b) was zero. For the tile which does not exhibit any photocatalytic activity, since titanium dioxide had not been for- 

40 mutated at all, the fonnulation ratio a/(a + b) was 1 . 

[0116] In Fig. 9, the results on the comparative tile (a/(a 4>b) = 0) were plotted on the Y axis In the graph. As Is 
apparent from Fig. 9, for the comparative tile, the NOg concentration was about 0.17 ppm, while the amount of NOx 
removed was about 0.3 ppm. The reason why the presence of NO2 not contained in the test gas was detected despite 
lowering of the NOx concentration to a value lower than the concentration of NOx in the test gas, is as described above 

45 in connection with the evaluation test 2. For the simple tile which does not exhibit any photocatalytic activity, the results 
were plotted on the X coordinate axis of the graph. As is apparent from the graph, both the NOg concentration and the 
amount of the NOx removed were, of course, zero. 

[0117] By contrast, for the Ti/AI tile of which the formulation ratio a/(a + b) is indicated on the X coordinate axis of 
the graph, when the amount of alumina fonnulated was small, that Is, the fonnulation ratio a/(a + b) was 0.05, the NO2 

50 concentration was about 0.07 ppm, while the amount of NOx removed was about 0.46 ppm. For the TI/AI tile wherein 
the amount of alumina formulated was larger than that of titanium dioxide fonnulated and the fonnulation ratio a/(a + 
b) was 0.8, the NO2 concentration was about 0.13 ppm, while the amount of NOx removed was about 0.32 ppm. For 
the Ti/AI tile wherein the fonnulation ratio a/(a + b) was 0.05 to 0,65, the NO2 concentration was about 0.07 to 0,09 
ppm, while the amount of NOx removed was about 0.43 to 0.52 ppm. Thus, as compared with the comparative tile, 

55 these Ti/AI tiles provided much lower NOg concentration and much larger amount of NOx removed. For the Ti/AI tiles 
wherein the amount of alumina fonnulated Is much larger than that of titanium dioxide fonnulated and the fonnulation 
ratio a/(a + b) Is 0.9 or more, the NO2 concentration and the amount of NOx removed were not more than those for 
the comparative tile. 
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[0118] As is apparent from the above facts, when the fonnulatjon ratio a/(a + b) is In the range of 0.0001 to 0.8 with 
the total amount of titanium dioxide and alumina being constant, the formulation of alumina can prevent NO2 from 
leaving from the surface of the tile, realizing higher NO2 reduction and, in Its turn, higher NOx reduction than the 
comparative tile. A fonnulatlon ratio a/(a + b) In the range of 0.05 to 0.6 is particularly prefen-ed because much higher 

5 NOx reduction than the comparative tile can be attained. When the formulation ratio a/(a + b) is less than 0.0001 or 
exceeds 0.8, NOx reduction similar to that in the comparative tile can be provided. However, in particular, when the 
formulation ratio a/(a + b) is not less than 0.9, the amount of titanium dioxide as the photocatalyst is so small that 
titanium dioxide particles are surrounded by alumina particles without leaving any space. It Is expected that this prevents 
light from reaching the titanium dioxide, resulting In lowered photocatalytic activity. 

10 [01 19] Further, the Ti/AI tiles with the fomnulation ratio a/(a + b) being varied also had a good surface and possessed 
excellent abrasion resistance. 

[0120] In the first example, anatase fonn of titanium dioxide was used as the photocatalyst, and alumina as an 
arnphoteric metal oxide and strontium oxide and barium oxide as basic metal oxides were used as the metal oxide to 
be formulated together with the photocatalyst. The NOx reduction, howeven can be, of course, provided by other 

15 photocatalysts in combination with other metal oxides. For example, regarding the titanium dioxide as the photocatalyst, 
the crystal fonn may be rutlle or brookite. Further, use of photocatalysts, such as ZnO, VgOg, WO3, SnOg, SrTiOs, 
BI2O3, and FegOg can also provide the effect of reducing NOx. Furthermore, the effect of reducing NOx can be provided 
by using zinc oxide and tin oxide (as amphoteric metal oxides) and magnesium oxide, calcium oxide, rubidium oxide, 
sodium oxide, and potassium oxide (as . basic nnetal oxides) instead of alumina, strontium oxide, and barium oxide as 

20 the metal oxide. When the gas to be reduced is a basic gas, phosphorus oxide (acidic metal Qxide) may be used in 
addition to the amphoteric metal oxides. 

[0121] Next, the second example will be described, in this second example,. the procedure for forming the surface 
layer of a photocatalyst formulation, comprising a photocatalyst, such as titanium dioxide, and a specific metal oxide, . 
such as alumina, provided on the surface of the tile is different from that in the first example. In the second example,, 

25 a substrate on which a surface layer is to be formed Is first provided. Substrates usable herein Include ceramics, resins, 
metals, glasses, earthenware, woods, . calcium silicate boards, concrete boards, cement boards, cement extruded 
boards, plaster boards, and autoclave light-weight concrete boards. So far as the substrate is those used in building 
structures, such as buildings, houses, and bridges, and noise barriers of roads, environmental pollutants, such as 
nitrogen oxides, can be advantageously reduced on the system of these building structures to purify the air. 

30 [0122] A binder layer is then formed on the surface of the substrate.- For the formation of the binder layer, a binder 
material having a softening temperature below a temperature at which the quality of the substrate is changed, is se- 
lected. The binder layer is fonned using the selected binder material by a suitable method compatible with the properties 
of the binder. For example, when the substrate is a tile, an enamel, or a pottery, a glaze layer or a print layer for 
conducting coloring or the like on the surface may be as such utilized as the binder layer. After the fonnatlon of the 

35 binder, a photocatalyst formulation layer, which later serves as the surface layer. Is formed by coating or printing a sol, ^ 
such as a Ti/AI sol.ln the first example, on the surface of the binder layer, or by applying a particle mixture, of titanium,^,, 
dioxide particles with alumina particles, obtained by removing the solvent from the sol. Alternatively, a photocatalyst 
fonnulatlon layer may be formed on a separately fonned binder layer followed by mounting of the binder layer on the 
surface of the substrate. What Is required here Is that the photocatalyst fonnulatlon layer is formed on the binder layer 

40 in such a manner that these two layers are not separated from each other upon subsequent firing. 

[0123] Thereafter, when the binder layer is fonned of a layer of a glaze, the heat treatment is carried out under an 
environment having a temperature 30 to SOO^'C above the softening temperature of the binder material (glaze) and 
below a temperature at which the quality of the substrate is changed. The heat treatment pennrts the binder material 
(glaze) to be melted and solidified. Consequently, the binder layer is strongly fixed onto the surface of the tile, and, at 

45 the same time, a surface layer constituted by the photocatalyst fonnulatlon layer Is fonned. In this case, at the boundary . 
between the surface layer and the binder layer, photocatalyst fonnulatlon particles (titanium dioxide particles, and alu- 
mina particles) In the surface layer settle In the binder layer In the course of the melting of the binder material. The 
particles are embedded and held in the binder layer, and this permits the surface layer to be strongly fixed onto the 
binder layer Further, in the photocatalyst fonnulatlon layer, adjacent particles are bonded to one another through 

50 . Intermolecularforce among particles and by sintering upon firing to fonn the surface layer. In this surface layer, titanium 
dioxide particles and alumina particles are exposed on the surface thereof. This permits the surface layer to be strongly 
fixed onto the binder layer and, at the same time, pennlts titanium dioxide particles and alumina particles to effectively 
come Into contact with the outside air. Therefore, in the process according to the second example, building structure 
materials and the like can be easily produced which have a surface layer capable of Inducing a photocatalytic reaction 

55 with high efficiency. 

[0124] In this case, the heating temperature at least SO^'C above the softening temperature of the binder material is 
advantageous in that an unnecessary lot of time is not required for softening the binder material and there js no adverse 
effect on settlement and holding of the titanium dioxide and alumina particles. Further, since the heating temperature 
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is not higher than 300°C above the temperature at which the binder undergoes a change in quality, rapid melting of 
the binder material can be advantageously avoided, preventing problems such as excessive settlement of titanium 
dioxide and alumina particles, creation of in^egularlties on the surface, and creation of pinholes. The heating temperature 
is preferably 50 to 150°C above the softening temperature of the binder material. 

5 [0125] Also in the second example, regarding the titanium dioxide as the photocatalyst, the crystal fonn may also 
be rutlle or brookite. Further, ZnO, V2O5, WOg, SnOg, SrTiOa, BigOa, and FegOg can also be used as the photocatalyst. 
When the gas to be reduced is an acid gas, such as NOx, it is possible to use zinc oxide and tin oxide (as amphoteric 
metal oxides), magnesium oxide, calcium oxide, rubidium oxide, sodium oxide, and potassium oxide (as basic metal 
oxides) instead of alumina as the metal oxide. When the gas to be reduced Is a basic gas, phosphorus oxide (acidic 

10 metal oxide) may be used in addition to the amphoteric metal oxides. 

[01 26] Next, other examples will be described. In the first and second examples, the photocatalyst and the specific 
compound described above hold a reactant (for example, NO) or an intemiediate (for example, NO2) within the catalytic 
reaction system to ensure the opportunity for the reactant to be applied to the catalytic reaction or the opportunity for 
the intemnediate to be further applied to the catalytic reaction, whereby the effect of reducing hanmful materials, such 

*5 as NOx, is attained. In the following examples, besides the specific compounds described above, other compounds 
are added to further improve the effect of reducing NOx or attain effects which have not been described above. 
[0127] The third example will be described. The third example demonstrates a photocatalytically activable material 
that can provide an efficient catalytic reaction and, at the same time, has antimicrobial activity created upon production 
of active oxygen species by the photocatalyst. In producing the photocatalytically activable material, two sols are pro- 

20 vided. One of the sols is a Ti/Al sol with alumina, together with titanium dioxide, being formulated therein at the formu- 
lation ratio, described above, which can provide an efficient catalytic reaction. The other sol is a third sol with particles 
of copper (Gu), copper oxide, silver (Ag), or silver oxide being dispersed therein. Next, the Ti/AI sol is coated on the 
surface of a tile, and the coating is fired to form a Ti/AI layer. Thereafter, the third sol is coated on the surface of the 
Tl/AI layer provided on the surface of the tile, and the third sol component is fixed onto the surface of the Ti/AI layer by 

25 photoreduction or the like. This tile is a tile of the third example. The tile of the third example has a surface layer with 
titanium dioxide as the photocatalyst, together with alumina, being fixed thereon, and copper or other particles are 
fixed onto the surface layer. In the preparation of the third sol, the coverage is regulated so that the photocatalyst Is 
satisfactorily exposed to light. For example, a weight of copper of 0.8 to 2.0 |xg/cm2 after firing suffices for satisfactory 
results. The tile of the third example and the comparative tile used In the above evaluation tests were evaluated for 

30 the following antimicrobial activity. The antimicrobial activity was evaluated based on whether or not the tile has the 
effect of killing Escherichia coll (Escherichia coll w3110 strain). 

[01 28] At the outset, the surface of the tile of the third example and the surface of the comparative tile were sterilized 
with 70% ethanol. Thereafter, 0.15 ml (1 to 5 x 10^ CFU) of a suspension of the Escherbhia coli was dropped onto the 
surface of the tiles. A glass plate was put on the surface of the tiles so that the Escherichia coli came into intimate 

35 contact with the surface of the tiles. Thus, samples were prepared. In this case, a pair of samples were prepared for 
each of the tiles. One sample for each of the example tile of the third example and the comparative tile was irradiated 
with, light from a fluorescent lamp through the glass plate. The other sample for each of the example tile of the third 
example and the comparative tile was placed under a light shielded environment. The survival rate of Escherichia coll 
in the samples under fluorescent light irradiation conditions (under light conditions) and the samples under light shielded 

40 conditions (under dark conditions) was measured with the elapse of time. The antimicrobial activity (proportion of 
Escherichia coli which have been killed or subjected to stopping of the growth) detemnined from the survival rate was 
plotted against the elapsed time. The results are shown in Fig. 10. In the measurement of the sun/ival rate, the sus- 
pension of Escherichia coli in each of the samples was wiped with a sterilized gauze and collected in 10 ml of physi- 
ological saline, and the survival rate of Escherichia coli in the physiological saline was measured and regarded as the 

45 survival rate In the sample. 

[0129] As Is apparent from Fig. 10, under fluorescent light irradiation conditions, both the example tile of the third 
example and the comparative tile had high antimicrobial activity. This is probably because, under fluorescent light 
• irradiation conditions, active oxygen species has been actively produced by titanium dioxide in the surface layer and 
has decomposed organic components of Eschertohia coll to kill or stop the growth of Escherichia coli. Under light 

50 shielded conditions, the comparative tile did not produce the active oxygen species and hence had substantially no 
antimicrobial activity, whereas the example tile of the third example had relatively high antimicrobial activity even under 
light shielded conditions because Cu or other particles fixed onto the surface exhibited antimicrobial action even under 
light shielded conditions. Thus, in the example tile of the third example, under light shielded conditions, the antimicrobial 
action, which cannot be attained by titanium dioxide as the photocatalyst due to the light shielded state, can be attained 

55 by Cu or other particles, and hence can supplement the antimicrobial action of the photocatalyst. 

[0130] Also in the third example, regarding the titanium dioxide as the photocatalyst, the crystal forni may be rutlle 
or brookite. Furiher, ZnO, V2O5. WO3, Sn02, SrTiOs, 61203, and Fe203 can also be used as the photocatalyst. Zinc 
oxide and tin oxide (as amphoteric metal oxides), magnesium oxide, calcium oxide, rubidium oxide, sodium oxide, and 
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potassium oxide (as basic metal oxides), and phosphorus oxide (as acidic metal oxide) may be used instead of alumina 
as the metal oxide. Copper oxide, silver (Ag), silver oxide, and metals, which as such have antimicrobial activity (even 
low antimicrobial activity), such as palladium, nickel, cobalt, platinum, gold, aluminum, Iron, zinc, chromium, rhodium, 
and ruthenium, can be preferably used Instead of copper. 

s [0131] Next, the fourth and fifth examples will be described. The fomriulatlon of the fourth example is of a four com- 
ponent system comprising the photocatalyst and alumina or other metal oxide (amphoteric metal oxide, basic metal 
■ oxide, or acidic metal oxide) as with the first and second examples, and, In addition, a compound other than described 
above and the metal, such as copper or silver, as used In the third example. The fomriulatlon of the fifth example Is of 
a three component system comprising the photocatalyst, alumina or other metal oxide (amphoteric metal oxide, basic 

10 . nnetal oxide, or acidic metal oxide), and, in addition, a compound other than described above. 

[0132] In the fourth example, the metal used In combination with the other ingredients is preferably a metal having 
a reduction potential above the potential (-3.2 V) of free electrons liberated from titanium dioxide as the photocatalyst, 
because the metal can be supported on titanium dioxide by the reduction potential (supporting by reduction). Specific 
examples of such metals usable herein include transition metals, such as silver, copper, palladium, iron, nickel, chro- 

15 mium, cobalt, platinum, gold, lithium, calcium, magnesium, aluminum, zinc, rhodium, and ruthenium. Among them, 
silver, copper, palladium, platinum, and gold are particularly preferred because they have a positive reduction potential 
and hence are likely to create supporting by reduction. In use of these metals in combination with the other Ingredients, 
methods for supporting the metal onto the photocatalyst will be described. Methods usable for supporting the metal 
onto the photocfitalyist are as follows. 

. . 20 . 

(i) Simple mixing: An aqueous metal salt solution containing a contemplated metal species is added to and mixed 
with a photocatalyst sol to adsorb metal Ions onto the surface of photocatalyst particles, thereby supporting the 
metal onto the photocatalyst. 

(II) Coprecipitation: An aqueous metal salt solution containing a contemplated metal species is added to a photo- 
25 catalyst sol, followed by addition of a precipitant or heating to simultaneously precipitate the metal salt and the- 

photocatalyst, that Js, to cause coprecipitation. Thus, metal ions are supported onto the surface of particles of the 
. photocatalyst. 

(ill) Supporting before photoreduction: An aqueous metal salt solution containing a contemplated metal species is 
added to a photocatalyst sol, and the mixture is irradiated with ultraviolet energy. Thus, the metal is supported 
30 onto the surface of particles-of the photocatalyst by utilizing photoreduction of the metal Ions. 

(iv) Supporting after photoreduction: An aqueous metal salt solution containing a contemplated metal species is 
coated onto a photocatalyst film, followed by irradiation with ultraviolet energy. Thus, the metal is supported onto 
the surface of the photocatalyst film by utilizing photoreduction of the metal Ions. 

(v) Vapor deposition: A contemplated metal In a particulate or compound fomn is supported by chemical or physical 
35 vapor deposition. 

(vl) Others: Ions of a contemplated metal species are added before the photocatalyst Is granulated by the sol-gel^; 
process, followed by coprecipitation or the like to fonn photocatalyst/metal Ions. . 

[0133] Silicon dioxide (silica: Si02) was used as the compound used in combination with the photocatalyst and the 
40 metal oxide, such as alumina. ZrOg, GeOg, or ThOg may be used instead of silica. 

[0134] In the fourth example, the simple mixing, the supporting before photoreduction, or the coprecipitation was 
adopted, and photocatalysts with metals supported thereon by this method were used. 

[01 35] In the photocatalyst activable tile (example tile) according to the fourth example, photocatalyst sols containing 
a photocatalyst (titanium dioxide), with silver or copper supported thereon, dispersed therein by simple mixing, sup- 

45 porting before photoreduction, or coprecipitation were provided. In the same manner as described above in connection 
with the evaluation test 1 in the first example, sols of two other Ingredients (alumina and silica) were mixed with pho- 
. tocatalyst sols with a metal supported on the photocatalyst (photocatalyst/metal), and the mixture was stirred. The 
mixed sols were spray-coated onto the tile, followed by firing. Thus, example tiles of the fourth example were prepared 
which were of a four component system of photocatalyst/metal (silver or copper)/alumina/slllca. In this case, in order 

50 to Investigate the influence of additionally f omriulated metal and silica, a tile of a two component system of photocatalyst/ 
metal (silver or copper) (reference tile) was also prepared. Example tiles of the fifth example were prepared as follows. 
A photocatalyst sol containing a photocatalyst (titanium dioxide) alone as described in the first example was provided. 
In the same manner as described above In connection with the evaluation test 1 in the first example, sols of two other 
Ingredients (alumina and silica) were mixed with the photocatalyst sol, and the mixture was stirred. The mixed sol was 

55 spray-coated onto the tile, followed by firing. Thus, example tiles of the fifth example were prepared which were of a 
three component system of photocatalyst/alumina/silica. The example tiles and reference tile of the fourth and fifth 
examples, the example tile of the first example, and the comparative tile were evaluated for NOx reduction. The example 
tile of the first example and the comparative tile were those as described above in connection with the evaluation test 
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1 in the first example. For the example tile of the first example, the formulation ratio a/(a + b) was 1/11. For the example 
tile of the fourth example, the fomiulation ratio (SiOa/fnOg + AI2O3 + SiOa)) was 1/11 . For the example tile of the fifth 
example, the formulation ratio (Al203/(n02 + AI2O3 + Si02)) was 1/11. Regarding the reference tile of a two component 
system, the weight ratio of the metal to TiOg was 0.001 (Ag/TlOg) for the reference tile of a two component system with 
5 silver formulated therein and 0.01 (Cu/TiOg) for the reference tile of a two component system with copper formulated 
therein. 

[0136] For these tiles, CNO/out and CN02/out were measured using a testing apparatus shown in Fig. 4 in the same 
manner as described above in connection with the evaluation test 1 in the first example. (CNO/in-CNO/out), CNO2/ 
. out, and NOx reduction 30 min after the initiation of light Irradiation were determined from the measured values of 
10 CNO/out and CN02/out and the known test gas concentration (CNO/in). The results are summarized in Table 1 . 
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[0137] (CNO/ln-CNO/out) represents the amount of NO oxidized to NOg or NO3- (amount of NO reduced) and Is a 
value indicative of the NO oxidizing activity. CNOg/out represents the amount of NO2 which has been released Into the 
outside of the system. The smaller the CNO^/out, the higher the capability of preventing NO2 from being released Into 
the outside of the system, that is, the higher the capability of adsorbing NO2. For this reason, as is apparent from Table 

5 1 , the example tile of the fourth example exhibited NO oxidation activity equal to or higher than that of the first example 
and could realize high NOx reduction. In particular, the example tile of the fourth example with silver formulated therein 
had high (CNO/in-CNO/out), that is. high NO oxidation activity, and low CNOg/out, that is, high NO2 adsorption activity. 
Thus, the example tile of the fourth example had a combination of good oxidation activity with good adsorption activity. 
[0138] The results of the test for the reference tile show that supporting before photoreduction enables NO oxidation 

10 activity and NOx reduction, substantially equal to those in the first example, to be realized even in the case of the two 
component system of titanium dioxide and metal. As is apparent from the results of the test for the example tile of the 
fifth example, fonnulation of silica could provide NO oxidation activity and NOx reduction substantially equal to those 
In the first example, Indicating that fonnulation of silica posed no problem associated with NOx reduction. 
[0139] In the fourth and fifth examples, regarding the titanium dioxide as the photocatalyst, the crystal fomr) may also 

15 be rutlle or brooklte. Further, ZnO, VgOg, WO3, Sn02, SrTiOs, Bi203, and Fe203 can also be used as the photocatalyst. 
When the gas to be reduced is an acid gas, such as NOx, it is possible to use zinc oxide and tin oxide (as amphoteric 
metal oxides), magnesium oxide, calcium oxide, rubidium oxide, sodium oxide, and potassium oxide (as basic metal 
oxides) instead of alumina as the metal oxide. When the gas to be reduced is a basic gas, phosphorus oxide (acidic 
metal oxide) may be used in addition to the amphoteric metal oxides. Further, the above metals may be used instead 

20 ofsilverandcopper, and the above oxides may be used instead of silica. 

[0140] Next, the sixth and seventh examples will be described. As with the fonnulation of the fourth example, the 
formulation of the sixth example was of a four component system comprising a combination of a photocatalyst typified 
by titanium dioxide, an amphoteric, basic, or acidic metal oxide typified by alumina, the metal described above in 
connection with the fourth example, such as copper, silver, palladium, iron, nickel, chromium, cobalt, platinum, gold, 

2S rhodium, or ruthenium, and the other compound (oxide) described above in connection with the fourth example, such 
as silica. The formulation of the seventh example was of a three component system comprising a combination of a 
photocatalyst, an amphoteric, basic, or acidic metal oxide typified by alumina, and the other compound (oxide) de- 
scribed above in connection with the fourth example, such as silica. The fomfiulatlons of the sixth and seventh examples 
aimed to improve the activity of decomposition Including the decomposition of environmental pollutants, such as NOx 

30 and to prevent pollution. 

[0141] As with the fourth example, in the sixth example, photocatalyst sols containing a photocatalyst (titanium di- 
oxide), with silver or copper supported thereon, dispersed therein by simple mixing or supporting before photoreduction 
were provided. As with the fourth example, the example tile of the sixth example was prepared in the same manner 
as described above in connection with the evaluation test 1 in the first example. As with the fifth example, the example 

35 tile of the seventh example was prepared by mixing the photocatalyst sol with a sol of other Ingredients (alumina and 
silica), stirring the mixture, spray-coating the mixed sol onto the tile! and firing the coated tile. Separately, in order to 
Investigate the influence of additionally formulated metal and silica, tiles (reference tiles) were prepared for a two 
component system of photocatalyst/metal (sliver or copper), a two component system of photocatalyst/sllica, and a 
three component system of photocatalyst/metal (silver or copper)/sillca. In this case, in coating the photocatalyst sol 

40 onto the substrate (tile), spin coating, dip coating and other coating means may be used instead of the spray coating. 
The fixation of the photocatalyst sol onto the surface of the substrate was carried out by firing as used In the evaluation 
test 1 of the first example (baked type), or by mixing a silicone resin with the photocatalyst sol and curing the silicone 
resin at a relatively low temperature (paint type). The example tiles of the sixth and seventh examples, the reference 
tile, and the comparative tile were evaluated. The comparative tile used was the same as that described above In 

45 connection with the evaluation test 1 in the first example. 

[0142] The formulation ratio (SI02/(Ti02 + AI2O3 + SiOg)) for the example tile of the sixth example was 1/10. The 
fonnulation ratio (Al203/(Ti02 + AI2O3 + Si02)) for the example tile of the seventh example was 1/10. The fonnulation 
ratio (Si02/(Ti02+Si02)) for the reference tile of a two component system of photocatalyst/silica was 1/5. Regarding 
the reference tile of the two component system of photocatalysl/metal, the weight ratio of the metal to T1O2 was 0.001 

50 (Ag/Ti02) for the reference tile of a two component system with silver fomriulated therein and 0.01 (Cu/Ti02) for the 
reference tile of a two component system with copper f onnulated therein. For the reference tile of the three component 
system of photocatalyst/metal/sllica, the weight ratio of the metal to Ti02 was the same as that In the reference tile 
(0.001 (Ag/T102) and 0.01 (Cu/TiOg)), and the fomriulation ratio (Si02/(Ti02+Si02)) was 1/6. 
[0143] At the outset, in order to investigate the influence of additionally fonnulated metal, the reference tiles of a two 

55 component system of photocatalyst/metal (silver or copper) will be described. For the reference tiles of the two com- 
ponent system. In the case of baked type, various metal salts (special grade reagent, manufactured by Wako Pure 
Chemical industries, Ltd.) were formulated In a titanium oxide sol (STS-11 . manufactured by Ishlhara Sangyo kalsha 
Ltd.). The metal salt was fonmulated in an amount of 0.001 to 10% based on titanium oxide (on a solid basis) in the 
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titanium oxide sol. Thereafter, silver or copper was supported on the photocatalyst by simple mixing, supporting before 
photoreduction, or coprecipitation. In the supporting before photoreduction, after an aqueous solution of a metal salt, 
that Is, a sliver or copper salt, was mixed with the titanium oxide sol, the mixture was exposed to ultraviolet light at an 
intensity of 1 mW/cm2 for 2 hr. Thus, a sol of the photocatalyst with the metal supported thereon was prepared. In the 

5 case of the coprecipitation, a TiOS04 solution was provided as a starting compound, and an aqueous metal salt solution 
was added to this solution, followed by hydrolysis to prepare a sol of the photocatalyst with the metal supported thereon. 
Thereafter, these photocatalyst sols were spray-coated on the surface of the tile so as to give a coating having a 
thicl<ness of about 0.8 in temis of the thickness after firing. The coated tiles were fired at 600 to 900**C (about 
SOO'^C for the reference tiles) to obtain reference tiles of the two component system (baked type). 

10 [0144] In the case of paint type, various metal salts (special grade reagent, manufactured by Wako Pure Chemical 
Industries, Ltd.) were fonnulated In a titanium oxide sol (TA-15, manufactured by Nissan Chemical Industries Ltd.). 
The metal salt was formulated In an amount of 0.001 to 1% based on titanium oxide (on a solid basis) in the titanium 
oxide sol. Thereafter, the photocatalyst sol with silver or copper supported thereon by simple mixing or supporting 
before photoreduction and a silicone resin as a binder were mixed together in a solid content ratio of titanium oxide to 

IS silicone resin of 7 : 3. The mixtures were spin-coated pn the surface of the tile, and the coated tiles were heated at 
ISO^'C to obtain reference tiles of two component system (paint types). 

[0145] The reference tiles of the two component system (baked type and paint type) were evaluated for the chemical 
material decomposition activity. The decompositioh activity can be directly evaluated in tentis of antimicrobial activity 
and olidecomposition. In this case, the antimicrobial activity was evaluated in tenns of killing/growth inhibitory activity 

20 against Escherichia coli w3110 as described above in the third example. In this case, the antimicrobial activity of the 
tile having a photocatalyst layer fomned of a photocatalyst (titanium dioxide) alone was taken as 1 . The oil decomposition 
was detemnined as follows. A salad oil was coated onto a sample at a coverage of 1 mg/100 cm^, and the coated 
sample was irradiated with ultraviolet light at an Intensity of 1 mW/cm^ for 7 days. The gloss of the sample was measured 
before oil coating, Immediately after oil coating, and at the end of the irradiation. The oil decomposition was determined 

25 according to the following numerical fomnula. 

Oil decomposition (%) = [{(Gloss at end of 
Irradiation) - (Gloss immediately after oil 
coatlng)}/{(Gloss before oil coating) - (Gloss Immediately 
after oil coating)}] x 100 

35 . • 

[0146] The decomposition of chemical materials by a photocatalyst is derived mainly from oxidation of the chemical 
materials with active oxygen species released from the photoexcited photocatalyst. Therefore, the oxidation activity of 
the photocatalyst can be used as an Index of one of the activities of the photocatalyst for decomposing chemical 
materials. Here, the NO oxidation activity of various thin photocatalyst films was also evaluated in temis of the con- 

40 version of nitrogen monoxide (NO) to nitrogen dioxide (NO2) by oxidation as a model reaction. In order to determine 
the NO oxidation activity, CNO/out was measured using a testing apparatus shown in Fig. 4 in the same manner as 
described above in connection with the evaluation test 1 of the first example. (CNO/in - CNO/out) was detemiined 
against the elapsed time after light irradiation from the measured CNO/out iand the known test gas concentration (CNO/ 
in), and the total number of moles of NO, which has been oxidized in a period between the initiation of light irradiation 

45 and one hr after the initiation of light irradiation, was calculated from (CNO/in - CNO/out) and regarded as the NO 
oxidation activity. In this case, the flow rate of NO gas (test gas) was 2 liters/min, and the sample piece had a size of 
5 X 50 cm2. 

[0147] For the reference tiles (baked type and paint type) of two component system, the antimicrobial activity, the 
oil decomposition, and the NO oxidation activity are summarized in Table 2. As is apparent from the above description. 
50 the antimicrobial activity, the oil decomposition, and the NO oxidation activity shown In Table 2 were measured In such 
a manner that the tiles were placed under light conditions. 
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[01 48] From Table 2, it is apparent that, for a copper-loaded system In baked type reference tiles, tiles with 1 % copper 
supported onto TIO2 prepared by supporting before photoreductlon had the best antimicrobial activity, oil decomposi- 
tion, and NO oxidation activity. Also for a silver-loaded system, supporting before photorediiction rather than simple 
mixing had the best antimicrobial activity, oil decomposition, and NO oxidation activity. For addition of any metal in the 

s table, all the antimicrobial activity, the oil decomposition, and the NO oxidation activity were superior to those in the 
metal-unloaded system, indicating that metals, such as copper, silver, palladium, and Iron, supported on TIO2 contrib- 
uted to an improvement in decomposition activity of T1O2. For a copper-loaded system In baked type, tiles with 0.1 to 
1% copper supported onto TiOg prepared by supporting before photoreductlon had the highest antimicrobial activity. 
Further, It was found that the silver-loaded system has higher antimicrobial activity than the copper-loaded system. 

10 [0149] From the above results, it is apparent that, for baked type reference tiles and paint type reference tiles, sup- 
porting metals, such as copper, silver, palladium, and iron, on T1O2 can Improve the decomposition activity. That Is, 
the above metals clearly have the function of Improving the decomposition activity of TlOg. Further, for metal-supporting 
' method, supporting before photoreductlon Is superior In decomposition activity to simple mixing. Furthermore, regula-. 
tlon of the amount of the metal supported can vary the decomposition activity of T1O2. 

IS [0150] The antimicrobial activity of baked type reference tiles of two component system, when placed under dark 
conditions, was also investigated. As a result, for a reference tile with 0.1 % copper supported on Ti02 by simple mixing, 
the antimicrobial activity was about 0.3. Also for a reference tile with 1% copper supported on T1O2 by simple mixing, 
the antimicrobial activity was about 0.3. Also for a reference tile with 0.1% silver supported on TiOg by simple mixing, 
. the antimicrobial activity was about 0.3. Under dark conditions, since the photocatalyst is not activated, the antimicrobial " 

20 activity of the reference tile Is provided by the supported metal per se. When the fact that the antimicrobial activity of 
the metal-unloaded tile, that is, the tile using the photocatalyst alone, is substantially zero is taken into consideration, 
it can be said that, under light conditions, the antimicrobial activity of these reference tiles exceeds the antimicrobial 
activity of the metal per se and the antimicrobial activity of the tile using the photocatalyst alone (1 from Table 2). For 
example, the antimicrobial activity of the reference tile with 0.1% copper supported on T1O2 by simple mixing. Is 1 .5 

25 from Table 2. This value exceeds the sum of the antimlcrobiar activity (0.3) of copper per se and the antimicrobial 
activity (1 ) of the tile using the photocatalyst alone. Therefore, it can be said that supporting copper on Ti02 can provide 
larger effect than a simple combination, of copper with Ti02. 

[0151] Based on the above effect of the reference tiles, the example tiles of the sixth and seventh examples will be 

described. In the sixth and seventh examples, hydrophilicity, which is an additional evaluation item, was also evaluated. 
30 At the outset, prior to hydrophilicity test and other tests, the relationship between the hydrophilicity and the fouling of 
the surface will be described. 

[0152] In recent years, it has been found that imparting hydrophilicity to the surface can prevent fouling of the surface 
(Kobunshi (Polymer), Vol. 44, May, 1995, p. 307). The hydrophilicity can be expressed In temris of the contact angle 
of the surface with water. The lower the contact angle, the better the wettability of the surface by water. In this case, 

35 water, which has come Into contact with the hydrophllic surface. Is less likely to stay on the contact surface. When 
water Is less likely to stay on the contact surface, contaminants, such aS city dust, contained In rainwater and the like, 
together with water, run down from the hydrophilic surface to enhance the effect of preventing fouling. 
[0153] For this reason, a proposal has been made on coating of a hydrophillcity-imparted graft polymer onto outer 
walls of buildings and the like to prevent fouling of the walls by the graft polymer coating. Since, however, the hy- 

40 drophilicity of the graft polymer coating in terms of the contact angle of the graft polymer coating with water Is 30 to 
40° , water relatively tends to stay on the surface. Therefore, the antifouling effect and the antifogging effect are not 
necessarily satisfactory. Inorganic dust typified by clay mineral has a contact angle with water of 20 to 50® and hence 
has affinity for the graft polymer having the above contact angle and Is likely to be deposited onto the surface of the 
graft polymer. This also makes It difficult for the coating and film of the graft polymer to exhibit the effect of highly . 

45 preventing the surface from being fouled particularly by inorganic dust. 

[0154] When the contact angle is rendered smaller than that of inorganic dust, such as city dust having high lipophilic 
component content, and clay minerals, the antifouling effect can be further enhanced without affinity of the dust for the 
surface of the substrate. As the contact angle approaches 0° , the hydrophilicity increases and water is likely to diffuse 
In a film form and likely to flow on the surface of the substrate, permitting not only the city dust but also the inorganic 

50 dust, together with water, to easily run down the surface of the substrate. In this case, the contact angle Is more 
preferably not more than about 20"^ and Is close to zero from the viewpoint of enhancing the antifouling effect. 
[0155] Based on the above problem, the example tiles of the sixth and seventh examples of the present invention 
using a photocatalyst have been studied. Since hydroxy radical -OH Is produced by the catalytic reaction of the pho- 
tocatalyst, the contact angle, of the tiles with water, which Is an indicative of the hydrophilicity was measured. The test 

55 will be summarized below. 

[0156] Sample pieces having a suitable size (bake type) of the example tiles of the sixth and seventh examples, the 
reference tiles of two component system and three component system, and the comparative tiles as described above 
were provided. The contact angle of a water droplet on the sample piece was measured after application of ultraviolet 
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light (wavelength: 320 to 380 nm, amount of light received by the sample piece: about 1 mW/cm^) from an ultraviolet 
irradiation lamp for about 24 hr (under light conditions) upon the production of the tile and after the sample piece was 
placed in a dark place for a period of time long enough to substantially completely stop the activity of the photocatalyst 
(under dark conditions). The results of measurement are summarized in Table 3. 
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[0157] From the results shown in Table 3, it is apparent that, as with the reference tiles of two component system 
which have been examined for the influence of metal formulation, for the example tiles of four component system (sixth 
example), fomnulation of metals indicated in the table, such as copper and silver, could improve all the antimicrobial 
activity, the oil decomposition activity, and the NO oxidation activity and enhance the decomposition activity. Further, 

5 the example tiles could provide the antimicrobial activity exceeding the sum of the antimicrobial activity of the metals, 
indicated in the table, such as copper and silver per se and the antimicrobial activity of the comparative tile using the 
photocatalyst alone and the example tiles of three component system. Further, the Mohs hardness of the surface layer 
is equal to that of a simple tile not having any surface layer, indicating that the example tiles of the sixth example can 
be put to practical use as the tile. 

10 [0158] The contact angle of the example tiles of the sixth and seventh examples is lower than the comparative tile 
independently of whether the tiles are placed under light conditions or under dark conditions, indicating that, as de- 
scribed above, SiOg or AI2O3, either alone or in combination, fomnulated together with TIO2 could contribute to an 
improvement in hydrophilicity of the surface of the tile through the adsorption of the hydroxyl group. It was further found 
that fomnulation of metals indicated in the table, such as copper and silver, does not cause an Increase in contact angle, 

15 that is, a lowering in hydrophilicity. From these facts, it is apparent that functional thin films having both decomposition 
activity and hydrophilicity and functional materials having such thin films can be produced through supporting of metals 
contributable to the improvement in decomposition activity, such as copper, silver, palladium, Iron, nicl<el, chromium, 
cobalt, platinum, gold, rhodium, and ruthenium, onto T1O2 and fonnulation of SiOg and AI2O3, which contribute to an 
improvement in hydrophilicity, either alone or in combination, into TIO2. 

20 [0159] It is a matter of course that the example tiles of the sixth and seventh examples have the effect of reducing 
harmful materials, such as nitrogen oxides, as described in the first and second examples, because the surface layer 
contains AI2O3 in addition to TIO2. The example tile of the seventh example of three component system free from the 
above metal has NO oxidation activity equal to the comparative tile. For the example tiles of the sixth and seventh 
examples, however, as described above in connection with the first and second examples, NO2 is also reduced because 

25 the intemriediate (NO2) is chemically converted to nitric acid. Therefore, the example tiles of the sixth and seventh ' 
. examples have the effect of reducing the whole hamnful materials including NO and NO2. 
[ai 60] The effect of improving the decomposition activity was examined for the example tiles of the sixth and seventh 
examples (paint type). The results were as summarized in Table 4. The results demonstrate that, also for the paint 
type, according to the example tiles of the sixth and seventh examples, the formulation of the metals indicated in the 

30 table can enhance all the antimicrobial activity, the oil decomposition activity, and the NO oxidation activity and can 
enhance the decomposition activity. It is a matter of course that as with the bailed type example tiles, the paint type 
example tiles of the sixth and seventh examples can contribute to an improvement in hydrophilicity of the surface of 
the tile through adsorption of the hydroxyl group derived from SiOg which has been fomnulated together with Ti02. Also 
for the paint type example tiles, the surface layer had a pencil hardness of 4H, indicating that the paint type example 

35 tiles can be put to practical use as tiles. . 



40 



45 



50 



55 



29 



EP 1 053 788 B1 




30 



EP 1 053 788 B1 



[0161] The amount of copper, silver and the like fonriulated will be described by taking the example tiles of the sixth 
example of four component system of photocatalyst/metal/alumlna/sllica as an example. The example tiles of the sixth 
example were such that the formulation ratio (SiOg/fnOg + AI2O3 + SIO2)) was constant and 1/10 with the metal for- 
mulation ratio c/d varied wherein c represents the weight of the metal and d represents the weight of TiOg. For the 
5 example tiles, the relationship between the metal fomnulation ratio and the antimicrobial activity was examined. The 
results are shown in Fig. 1 1 (baked type) and Fig. 1 2 (paint type). In this case, the antimicrobial activity was expressed 
by taking the antimicrobial activity of the example tile of the seventh example of three component system of photocat- 
alyst/alumina/silica as 1 . 

[0162] As is apparent from Figs. 11 and 12, for both the baked type and the paint type, an antimicrobial activity of 
10 not less than 1 could be provided also in the case of any metal of silver, palladium, platinum, copper, and chromium 
when the metal fonmulatlon ratio was not less than about 0.00001. The antimicrobial activity reached the maximum 
when the metal formulation ratio was about 0.001 for silver, palladium, and platinum, and about 0.01 for copper and 
chromium. After the antimicrobial activity reached the maximum, It gradually decreased. This. demonstrates that sat- 
isfactory results can be attained when metals, such as silver, palladium, platinum, copper, and chromium, are fonnulated 
15 in a metal formulation ratio of 0.00001 to 0.05. That is, when these metals are fonnulated in a metal fomiulation ratio 
of not less than 0.00001 , advantageously there is no possibility that the metal is not contributed to an improvement in 
antimicrobial activity at all due to excessively small metal content. On the other hand, when these metals are fonnulated 
in a fonnulation ratio of not more than 0.05, advantageously, there Is no possibility that the amount of the metal is 
excessive In relation with the amount of the photocatalyst (Ti02), adversely affecting the catalytic reaction of the pho- 
20 tocatalyst. It was further found that the example tiles having a surface layer containing silver, palladium, or platinum 
as the fourth component has superior antimicrobial activity to the example tiles having a surface layer containing copper 
or chromium as the fourth component. 

[01 63] Surface properties of the surface layerfomned on the surface of the tile using the photocatalyst sol as described 
above will be described by taking the example tile of the sixth example of four component system of photocatalyst/ 

25 metal/alumina/silica and the example tile of the seventh example of three component system of photocatalyst/alumina/ 
silica as an example. In this case, the example tiles of the sixth and seventh examples were such that, in the surface 
layer, the fonnulation ratio (Si02/(Ti02 + AI2O3 + Si02)) was constant and 1/10 with the thickness of the surface layer, 
one of the surface properties, being varied. For the example tiles, the relationship between the surface layer thickness 
and the contact angle, the antimicrobial activity, the oil decomposition activity, or the NO oxidation activity was exam- 

30 ined. The results are shown In Figs. 13 to 17. . . 

[0164] Figs. 13 to 16 show the results for the example tiles (baked type) of the sixth example of four component 
system. Specifically, Fig. 13 is a graph showing the relationship between the surface layer thickness and the contact 
angle under light conditions, Fig. 14 a graph showing the relationship between the surface layer thickness and the 
antimicrobial activity, Fig. 1 5 a graph showing the relationship between the surface layer thickness and the oil decom- 

35 position activity, and Fig. 1 6 a graph showing the relationship between the surface layer thickness and the NO oxidation 
activity. In this case, the antimicrobial activity was expressed by taking the antimicrobial activity of the tile having a 
surface layer containing photocatalyst/alumina/silica as 1. Fig. 17 is a graph showing the relationship between the 
surface layer thickness and the contact angle under light conditions in the example tiles (baked type) of the seventh 
example of three component system. The example tiles of four component system had a surface layer containing sliver, 

40 palladium, platinum, copper, or chromium, the surface layer having a thickness of 0.005 to 3 fun. 

[01 65] For the example tiles of three component system and four component system, as described above, since the 
surface layer contained SlOg, which can contribute to an improvement in hydrophlliclty through adsorption of a hydroxyl 
group, the function exerted by the incorporation of SiOg (improved hydrophlliclty) is expected. In this case, as described 
above, the improvement In hydrophilicity is confinned based on whether or not the contact angle is small, and a contact 

45 angle of not more than 20** is prefen-ed. When Figs. 13 and 17 are observed by taking this into consideration, it is 
apparent that, for the baked type of example tiles of three component system and four component system, a low 
constant angle of not more than 20° Is provided when the surface layer thickness is not less than about 0.01 fim, that 
is, the antlfouling effect can be advantageously attained through the improved hydrophilicity. The reason why a low 
contact angle of not more than 20'' Is provided in the case of a surface layer thickness of not less than about 0.01 (im 

50 is believed to reside In that, by virtue of satisfactory layer (surface layer) thickness, the contact angle of the surface 
layer, fomned on the substrate (tile), per se can be provided even though the contact angle of the substrate Is large. 
[0166] As is apparent from Figs. 13 and 17, when the surface layer thickness is not less than about 0.5 jim, the 
constant angle Is kept low. On the other hand, the weight per contact area of the surface layer increases with Increasing 
the thickness of the surface layer thickness. Therefore, when the surface layer thickness is excessively large, the 

55 adhesion between the substrate and the surface layer is often lowered, causing the surface layer to be separated. For 
this reason, the surface layer thickness is preferably not more than about 3 p.m from the viewpoint of maintaining the 
adhesion between the substrate and the surface layer. Further, when the surface layer thickness is excessively large, 
ultraviolet tight does not reach the lower portion of the surface layer at all. This makes it impossible for the whole part 
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of the surface layer to exhibit the photocatatytic activity. Also from this point of view,, the surface layer thickness is 
preferably not more than about 3 pjn. 

[0167] As shown in Figs. 14 to 16, when the surface layer thickness is in the above range (about 0.01 to about 3 
p.m), advantageously, the antimicrobial activity, the oil decomposition activity, and the NO oxidation activity can be. 
5 surely improved. 

[01 68] In addition to the surface layer thickness, the following surface properties were also investigated. 
[0169] Upon ultraviolet irradiation, excitation electrons, together with hydroxy radicals, are produced by the photo- 
catalyst. Therefore, specifying phenomena created on the surface layer by excitation electrons and inspection of the 
state can reveal how excitation electrons are produced, that is, how hydroxy radicals -OH are produced. Forthe example 

10 tiles of the sixth and seventh examples, the surface layer contains SiOg which can adsorb and hold a hydroxyl group, 
so that hydroxy radicals -OH produced by the photocatalyst are held on SiOg. Therefore, it is considered that a larger 
amount of excitation electrons produced by the photocatalyst results in the production of a larger amount of hydroxy 
radicals OH and consequently enhances the hydroxyl density on the surface of Si02 and towers the contact angle 
with water, enhancing the hydrophilicity. For this reason, when ultraviolet irradiation is carried out with a silver nitrate 

IS solution being deposited on the surface layer, the charge of silver ion in the silver nitrate solution deposited on the 
surface layer Is varied by excitation electrons to develop a color reaction. This creates a color difference AE between 
before the ultraviolet Irradiation and after the ultraviolet irradiation. This color difference AE Increases with Increasing 
the number of excitation electrons involved in the reaction and hence can serve as an indicative of the hydrophilicity. 
Therefore, the color difference AE was observed as follows. 

20 [0170] For the measurement of the color difference AE, a 1% silver nitrate solution, a general reagent capable of 
developing a color reaction, was used. Silver ions contained in this solution are precipitated as silver as a result of a 
reaction with excitation electrons (e*) produced by the photocatalyst according to the following f omnuia. The precipitation 
of silver causes the color on the silver nitrate solution-deposited surface to be changed to brown or black, creating a 
clear color difference AE. 

25 

Ag* + e* -r^ Agi 

[0171] Therefore, a 1% silver nitrate solution was deposited onto the surface layer of the paint type of example tiles 

30 of the sixth example (four component) and the seventh example (three component), and, in this state, the example 
tiles were irradiated with ultraviolet light, followed by measurement of the color difference AE for each of the tiles. The 
ultraviolet light was applied at an intensity of 1 .2 mW/cm^ on the surface layer for 5 min, and the relationship between 
the measured color difference AE and the contact angle, the antimicrobial activity, the oil decomposition activity, or the 
NO oxidation activity was Investigated. The results are shown in Figs. 18 to 22. In the measurement of the color dif- 

35 ference AE, the residual aqueous solution on the surface of the tile was wiped with a Kim towel, and the difference in 
the amount of color development of silver of the surface of the tile between this state and before the test (before the 
ultraviolet irradiation) was determined. The amount of color development was measured with a color difference meter 
ND300A manufactured by Nippon Denshoku Co., Ltd. according to JIS Z 8729 (1980) and JIS Z 8730 (1980). 
[0172] Figs. 1 8 to 21 show the test results for the example tiles (paint type) of the sixth example of four component 

40 system. Specifically, Fig. 1 8 is a graph showing the relationship between the color difference AE and the contact angle 
under light conditions. Fig. 1 9 a graph showing the relationship between the color difference AE and the antimicrobial 
activity, Fig. 20 a graph showing the relationship between the surface layer thickness and the oil decomposition activity, 
and Fig. 21 a graph showing the relationship between the color difference AE and the NO oxidation activity. Also in 
this case, the antimicrobial activity was expressed by taking the antimicrobial activity of the tile having a surface layer 

45 containing photocatalyst/alumina/silica as 1 . Fig. 22 Is a graph showing the relationship between the color difference 
AE and the contact angle under light conditions in the example tile (paint type) of the seventh example of three com- 
ponent system. The*example tiles of four component system had a surface layer containing silver, and the test was 
carried out for the tiles which provided color differences AE ranging from 0 to 60. In this case, the tile which provided 
. a color difference AE of zero was a simple tile which did not produce excitation electrons (a tile having a surface layer 

so formed of a paint alone). 

[01 73] As is apparent from Figs. 1 8 and 22, a color difference AE of not less than 1 is prefen-ed because the contact 
angle is as low as not more than 20** and the antifouling effect is improved through the improved hydrophilicity. When 
the color difference AE is not less than about 1 0, the contact angle Is kept low. On the other hand, the larger the amount 
of the photocatalyst, the more active the production of excitation electrons and the larger the color difference AE. In' 

55 this case, however, the amount of the photocatalyst based on the total amount of ingredients other than the photocat- 
alyst (AI2O3, SiOg, or a combination of AI2O3 or SiOg with the above metal) becomes large, and a larger amount of the 
photocatalyst lowers the adhesion to the substrate and creates a larger tendency toward the separation of the surface 
layer. When the color difference AE is not more than 50, the amount of the photocatalyst based on the total amount of 
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other ingredients than the photocatalyst is not excessively iarge, which can advantageously prevent the separation of 
the surface layer. 

[01 74] As shown in Figs. 1 9 to 21 , the color difference AE is preferably in the above range (about 1 to about 50) f ronrt 
the viewpoint of surely improving the antimicrobial activity, the oil decomposition activity, and the NO oxidation activity. 
5 [0175] Next, an improvement in superhydrophilic activity attained by the addition of other ingredients (metal oxides), 
which contribute to an improvement in hydrophillcity of T1O2, such as Si02 or AI2O3, will be described. Balced type 
example tiles of the eighth example will be first described. 

(i) Provision of photocatalyst and metal oxide sol: Photocatalytic material/ 

10 

[0176] TIO2 sol: average particle diameter about 0.02 ^m (STS-11 , manufactured by Ishihara Sangyo kaisha Ltd.) 
or average particle diameter about.0.01 ^m (A-6L, manufactured by Taki Chemical Co., Ltd.) 
[0177] Sn02 sol: average particle diameter about 0.002 fim (manufactured by Taki Chemical Co., Ltd.) 
[0178] In the eighth example, Sn02 sol was used in addition to anatasefomn of TIO2 sol which is hamnless, chemically 
15 stable, and inexpensive. Other photocatalyticaily active crystalline Ti02, SrliOg, ZnO, SIC, GaP, CdS, CdSe, M0S3,. 
V2O5, WO3, SnOg, BigOg, and Fe203 may be used as alternative materials. 

[0179] Metal oxide/Si02 sol: average particle diameter about 0.007 to about 0.009 ^m (Snowtex S, manufactured 

by Nissan Chehnicai industry Ltd.) 

[0180] AI2O3 sol: average particle diiameter about 0.01 pmxaboutO.1 [xm (Alumina Sol 200, amorphous form, man- 
20 ufactured by Nissan Chemical Industry Ltd;) or average particle diameter 0.01 to 0.02 fim (Alumina Sol 520, boehmlte 
form, manufactured by Nissan Chemical Industry Ltd.) 

[0181] SiOg+KgO sol: (Snowtex K,Si02/K20 molar ratio 3:3 to 4.0, manufactured by Nissan Chemical Industry Ltd.) 

[0182] Si02 + LI02 sol: (Lithium silicate 35, Si02/Li02 molar ratio 3.5, manufactured by Nissan Chemicallndustry Ltd.) 

[01 83] ZrOg sol: average particle diameter about 0.07 p.m (NZS-30B, manufactured by Nissan Chemical Industry Ltd.) 
25 [0184] All the above sols were commercially available products. Alternatively, it is possible to use a liquid prepared 

by adding a hydrolysis inhibitor, such as hydrochloric acid or ethylamine, to a metal alkoxide as a starting material, 

diluting the mixture with an alcohol, such as ethanol or propapol, and allowing hydrolysis to partially or entirely proceed. 

For example, titanium alkoxides usable herein include tetraethoxytitanium, tetraisopropoxytitanium, tetra-n-propoxyti- 

tanium, tetrabutoxytltanium, and tetramethoxytitanium. Further, other organometal compounds (chelates and acetates) 
30 and inorganic metal compounds, such as TiCi4 and Ti(S04)2, may be used as the starling material. 

(ii) Preparation of hydrophillcity-imparting materials: 

[01 85] In the mixing of a sol of the photocatalytic material with a sol of the metal oxide, each of the sols is previously 
35 diluted so as to give a solid content of 0.4% by weight, and the sols were mixed together in proportions as indicated 
in Table 5 below^ followed by thorough stirring. The solid weight ratio after the mixing is the liquid weight ratio of the sols. . ^ 

(iii) Preparation of hydrophllifiable tiles: 

40 [01 86] A glazed tile (AB06E 1 1 , manufactured by TOTO) was provided as the substrate, and a predetennined amount 
of the mixed sol was spray-coated on the surface of the tile to a layer thickness of about 0.5 ftm. The coated substrate 
was fired at a maximum temperature of 700 to QOO^'C in RHK (a roller hearth kiln) for a firing time of 60 min. Thus, the 
example tile of the eighth example was produced. In the eighth example, spray coating was used. Further, flow coating, 
spin coating, dip coating, roll coating, brush coating, and other coating methods are usable. In the eighth example, 

45 tiles were used as the substrate. Besides tiles, metals, ceramics, potteries, glasses, plastics, woods, stones, cements, 
concretes, or combinations or laminates of the above substrates may be used. In this eighth example, the sols used 
were those described in the above sols, that is, were of a two or three component system of a combination of the 
photocatalyst, the amphoteric or basic or acidic metal oxide typified by alumina, and the other compound (oxide), such 
as silica, described in the fourth example. In some cases, however, as shown in Table 5, a plurality of types of com- 

50 pounds (metal oxides) may be used as one component. 

(iv) Evaluation: 

[0187] The hydrophillcity was evaluated In terms of the static contact angle of water. At the output, test tiles (the 
55 eighth example tile and the comparative tile) were irradiated with ultraviolet light from a BLB fluorescent lamp (a black 
light lamp, FL20BLB, manufactured by Sankyo Electric Co., Ltd.) at an intensity of 1.5 mW/cm^ for 24 hr, and the 
contact angle of the tiles with water was then measured. Thereafter, the tiles were stored under light shielded conditions 
(in a daric place) for 72 hr, and the contact angle with water was again measured. The results are summarized in the 
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table. The film strength was evaluated in terms of Mohs hardness. The results are summarized In Table 5. 
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[0188] As Is apparent from Nos. 2 to 14 of Table 5, In the hydrophlllfication by ultraviolet Irradiation, when T\0^(J\02 
+ Si02 + AI2O3) ^ 0.4, the contact angle of the example tiles with water is not more than 1 0"" . Indicating that satisfactory 
hydrophilificatlon has been made. After storage In a dark place, when the amount of TiOg is identical, the hydrophilicity 
is maintained on a higher level with increasing the amount of AI2O3 added. Further, when SiOg is added, the hardness 

5 Increases with increasing the amount of SiOg added. From these facts, it is apparent that addition of SiOg and AI2O3 
to the photocatalyst (1102) can provide a fonnulation that, as compared with the photocatalyst alone, has better hy- 
drophilicity under light in-adiation conditions, has improved retention of the hydrophilicity under dark conditions, and 
was found to have improved layer hardness and denseness. When sols described in this example are used, it is 
considered that, among these effects, the Improved hydrophilicity is provided mainly by the addition of AI2O3 and the 

10 improved film hardness Is provided by the addition of SiOg. No. 1 in Table 4 shows the results for the glazed tile, while 
No. 2 shows the results for the tile using the photocatalyst alone (comparative tile). 

[01 89] Nos. 1 5 to 1 8 in Table 5 show the results of the same tiles as used above, except that a part of SlOg has been 
replaced with K2O. Also in this case, the improved hydrophilicity and the increased layer hardness have been attained 
in the firing temperature range of about 700 to about 800''C by the addition of Si02, KgO, and AI2O3. No. 19 shows 
15 the results of the test'wherein a part of SIO2 has been replaced with Li02. Also In this case, the hydrophilicity and the 
layer hardness have been improved. 

[0190] No. 17 and No. 18 show the results of an examination on the shape of the starting material for the alumina 

sol. Use of an alumina sol, which is amorphous and has a feather-like structure, was found to further improve the 

hydrophilicity. This suggests that, in order to improve the hydrophilicity, the structure having higher hydrophillc group 
20 content is more effective than the particulate fonm. 

[0191] No. 20 shows the results of the test wherein Zr02 has been added to T1O2. From these facts, It is apparent 

that ZrOg also is effective in improving the hydrophilicity. 
* [0192] No. 21 and NO. 22 show the results of the test wherein Sn02 has been used as the photocatalyst. It was 

confirmed that use of Sn02 alone also can provide hydrophilic effect, and further addition of AI2O3 can provide Improved 
25 hydrophilicity. At that time, the layer hardness was not lowered, and It was confirmed that Sn02 per se had the function 

of the binder. 

[0193] Further, as Is apparent from No. 3 to No. 14, the larger the amount of AI2O3 added, the lower the contact 
angle and the better the hydrophilicity. Therefore, the hydrophilicity can be varied by regulating the amount of AI2O3 
added. From the results shown in Table 2, since the decomposition activity of TiOg can be varied by regulating the 

30 amount of metals, such as copper, silver, palladium, and iron, supported on the photocatalyst, regulation of the amount 
of AI2O3 added and regulation of the metal supported can regulate the balance between the hydrophilicity and the 
decomposition activity (decomposition properties). As a result, when high decomposition activity is required, the re* 
quired high decomposition activity can be attained while maintaining the level of the hydrophilicity equal to or higher 
than the level attained by the photocatalyst. 

35 [0194] Possessing both the hydrophilic nature and the decomposition activity has the following advantages. Specif- 
ically, a two-stage process of removal of stains based on the hydrophilic nature and removal of stains based on the 
decomposition activity can provide markedly improved removal of deposited stains and improved removing speed. In 
this case, for some stains, the deposition strength of slight stains left afterthe removal of stains based on the hydrophilic 
nature is high. However, the improved decomposition activity through the regulation of the amount of the metal sup- 

^ ported enables even the slight stains having high deposition strength to be removed. Further, removal of the stain can 
prevent the photocatalyst from undergoing light shielding. This can increase the quantity of light applied. Therefore, 
removal of stains based on the hydrophilic nature and removal of stains based on the decomposition activity can be 
very efficiently retained. 

[0195] In summary, It was found that addition of Si02, AI2O3, or ZrOg to the photocatalyst can Improve the contact. 

45 angle under light irradiation conditions and the retention of the hydrophilicity after storage in a dark place. This effect 
Is considered to be created'by the hydrophilic nature of these materials. The heat of wetting may be mentioned as an 
indicative of the hydrophilicity of materials. The heat of wetting of Ti02, a preferred photocatalyst, is 320 to 51 2 x 1 0-3 
Jm-2 for anatase fomn and 293 to 645 x 1 0*3 Jm-2 for rutile fomri. For this reason, compounds having a heat of wetting 
of not less than 500 x 10*^ Jm-^ are preferred. In addition to the above three metal oxides, Ge02, Th02, and ZnO may 

50 b(9 used. These metal oxides may be in a crystal form, as well as in an amorphous fomn. The particle diameter thereof 
was found to be not more than 0.1 ^m. Addition of Si02 was found to contribute to improved layer hardness. Replace- 
ment of a part of the amount of SIO2 added with KgO or Li02 could Improve the layer hardness even when the firing 
temperature is low. In particular, when Ti02/(total solid content of hydrophilicity-imparting/regulating agent) ^ 0.5 and 
Si02/(total solid content of hydrophilicity-imparting/regulating agent) ^ 0.5 are satisfied, the above effect can be ex- 

55 pected. 

[0196] Next, an improvement in superhydrophilic activity by the addition of other ingredient (metal oxide), which 
contributes to an Improvement in the hydrophilicity of T1O2, such as SIO2 or AI2O3, and an improvement in other func- 
tions (Improvement In layer hardness) will be described for a paint type example (ninth example). 
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(i) Provision of photocatalyst and metal oxide sols: Photocatalytic materlal/n02 sol: (TA-15, nfianufactured by Nissan 
Chemical Industry Ltd.) 

[0197] Also in this ninth example, an Si02 sol was used in addition to anatase form of Ti02 sol which is hamriless, 
5 chemically Stable, and inexpensive. Other photocatalytically active crystalline TiOg. SrTiOa, ZnO, SIC, GaP, CdS, CdSe, 
IVI0S3, V2O5, WO3, SnOg, BI2O5, and FegOg may also be used as alternative materials. 
[0198] Metal oxide/Si02 sol: (Glasca T2202, manufactured by Japan Synthetic Rubber Co., Ltd.) 
[0199] AI2O3 sol: average particle diameter about 0.01 to about 0.02 [im (Alumina Sol 520, boehmlte form, manu- 
factured by Nissan Chemical Industry Ltd.) 
10 [0200] Si02 used was a commercially available product. A film forming element comprising a silicone (an prganop- 
olysiloxane) or a precursor of a silicone may also be used. Also for the TiOg and AI2O3 sols, commercial products were 
used. However, as with the eighth example, these sols may be provided through the above steps, for example, the 
addition of a hydrolysis inhibitor, such as hydrochloric acid or ethylamine, to an alkoxide of a metal as the starting 
material. 

IS 

(ii) Preparation of hydrophillcity-lmparting materials: 

[0201] The above starting materials were mixed in a given ratio together. The mixture was diluted three times with 
ethanol to prepare a coating liquid. The fomnulation of the coating liquid was as follows. . 

20 

Table 6 



25 



TiOg 


Si02 


AI2O3 


1 


1/10 


Oto 1/12 


1 


1/5 


0to3 


1 


1/2 


Oto 3 


1 


1 . 


Oto 3 


1 


2 


Oto 3 


1 


5 


Oto 3 



(iii) Preparation of hydrophilifiable tiles: 

[0202] As with the eighth example, a glazed tile was provided as a substrate, and the coating liquid was spin-coated 
onto the substrate. The coated substrate was heated at 150°C for 30 min to cure the coating. Although spin coating 
was used in the ninth example, flow coating, spray coating, dip coating, roll coating, bmsh coating, and other coating ^ 
methods are usable. Also in the ninth example, besides tiles, metals, ceramics, potteries, glasses, plastics, woods,' 
stones, cements, concretes, or combinations or laminates of the above substrates may be used as the substrate. In 
this ninth example, the sols used were those described above in connection with the provision of the sols, and, as 
specified in Table 6, the ingredients were Ti02, SIO2, and optionally AI2O3. Therefore, the surface layer is of a two or 
three component system of a combination of the photocatalyst, the amphoteric or basic or acidic metal oxide typified 
by alumina, and the other compound (oxide), such as silica, described in the fourth example. 

(iv) Evaluation: 

[0203] For the layer hardness, a pencil hardness test (General Test for Paints specified in JIS K 5400) was carried 
out for test tiles (the ninth example tiles and the comparative tile). The results are summarized In Table 7. For the 
hydrophllicity, the static contact angle with water was measured for the test tiles (the ninth example tiles and the com- 
parative tile) in the same manner as in the eighth example. The results are summarized in Table 8. In this case, the 
Intensity of ultraviolet in-adiation was about 1 .2 mW/cm2, and the ultraviolet irradiation time was 12 hr. 
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[0204] As is apparent from Table 7, when SIOg/TlOg Is not more than 0.1, the amount of the binder (SlOg soi) is 
unsatisfactory, leading to lowered layer strength. Further, as is apparent from Table 8, when Al203/Ti02 is 1/12 to 2 
with Si02/Ti02 being 1/5 to 2, the effect of improving the hydrophiiicity by the addition of alumina is developed. As 
described in the eighth example, this effect also is considered to be created by the hydrophilic nature of AI2O3. The 
heat of wetting may be mentioned as an Indicative of the hydrophiiicity of materials. The heat of wetting of T1O2, a 
preferred photocatalyst, is 320 to 61 2 x 1 0-^ Jm-2 for anatase form and 293 to 646 x 1 0-^ Jm-2 for rutile fonn. For this 
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reason, compounds having a heat of wetting of not less than 500 x lO'^ Jnr^ are prefen-ed. Also in this example, in 
addition to the above three metal oxides, Zr02, Ge02, Th02, and ZnO may be used. These metal oxides may be in a 
crystal form, as well as in an amorphous form. 

[0205] The present invention has been described with reference to examples, but it is a matter of course that the 
5 present invention is not limited to the above examples and embodiments, and various variations and modifications 
may be effected within the scope of the claims. 

[0206] For example, in anchoring particles of copper, an oxide thereof or the like onto a tile to produce a tile having 
supplemented antimicrobial activity, a method may be used which comprises previously producing, a tile having a 
surface layer of a photocatalyst fomnuiation, through coating of a Ti/AI sol onto the surface of a tile and firing of the 
10 coated tile, and then coating a third sol onto the surface layer of the tile followed by firing. 



Claims 

15 1. Use of a composite material comprising at least a substrate and a surface layer, said surface layer being made 
hydrophilic and self-cleanable with water by photoexciting, said surface layer comprising 

component (i): a photocatalyst which functions as a catalyst upon exposure to light, 
component (ii): at least one metal oxide selected from the group consisting of AI2O3, ZnO, SrO, BaO, MgO, 
20 CaO, RbgO, Na20, K2O and P2O5, and 

component (ill): at least one metal oxide selected from the group consisting of Si02, Zr02, Ge02 and Th02, 

for removing nitrogen oxides, ammonia, carbon monoxide and/or sulfur oxides from air. 

25 2- The use of claim 1 , which satisfies a/(a+b) of 0,0001 to 0.8, wherein a represents the weight of the metal oxide as 
component (ii) and b represents the weight of the photocatalyst as component (i). 

3, The use of claim 1 or 2, wherein the photocatalyst as component (i) and the metal oxide as component (ii) are 
contained in the fomi of particles having a diameter of 0,005 to 0.5 \xxn. 

30 

4. The use of any of claims 1 to 3, wherein the surface layer has a geometry satisfying any one of the following 
requirements (1) and (2): 

(1) thickness of surface layer: 0.01 to 3.0 ^m; and 

35 

(2) difference in color of the surface layer between before ultraviolet irradiation and after ultraviolet irradiation 
of the surface layer, with a 1% silver nitrate solution deposited thereon, for 5 min at an ultraviolet intensity on 
the surface layer of 1 .2 mW/cm^, aE: 1 to 50. 

40 5. The use of any of claims 1 to 4, wherein a binder is interposed between the substrate layer and the surface layer. 

6. The use of claim 6, wherein the binder is polymerizable or meltable below a temperature, at which the substrate 
is deformed, to fix the surface layer onto the substrate. 

45 7. The use of claim 6, wherein the binder is a glaze or a paint. 

8. The use of any of claims 1 to 7, wherein the substrate is a tile. 

9. The use of any of claims 1 to 7, wherein the substrate is an earthenware, a wood, a calcium silicate material, 
50 concrete, a cement board, a cement extruded board, a plaster board or an autoclave light-weight concrete board. 

10. The use of any of claims 1 to 9, wherein an antimicrobial metal or metal compound Is anchored on the surface of 
the surface layer. 

55 

PatentansprQche 

1. Verwendung eines Kompositmaterials, umfassend wenigstens ein Substrat und eine Oberflachenschrcht, wobel 
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diese OberflSchenschicht hydrophil und selbstreinigend mit Wasser durch Photoanregung gemacht wurde, wobei 
diese Oberflachenschlcht die folgenden Komponenten umfaBt 

Komponente (i): einen Photokatalysator, der als ein Katalysator bei einer Aussetzung gegenuber Licht wirkt, 
5 Komponente (ii): wenigstens ein Metalioxid, ausgewahit aus der Gaippe, bestehend aus AI2O3, ZnO, SrO, 

BaO, IVIgO, CaO, Rb20, NagO, KgO und PgOg und 

Komponente (iii): wenigstens ein Metalioxid, ausgewahit aus der Gruppe, bestehend aus Si02, Zr02, Ge02 
undTh02, 

10 zur Entfemung von Stickoxiden, Ammonlak, Kohlenmonbxid und/oder Schwefeloxiden aus der Luft. 

2. Venivendung nach Anspruch 1 , In der der folgende Term erfullt 1st a/(a+b) von 0,0001 bis 0,8, wobei a das Gewicht 
des Metalloxids als Komponente (Ii) darsteitt und b das Gewicht des Photokatalysators als Komponente (i) darstellt: 

15 3. Venvendung nach Anspruch 1 oder 2, wobei der Photokatalysator als Komponente (i) und das Metalioxid als. 
Komponente (ii) in Form von Partlkein mit einem Durchmesser von 0,005 bis 0,5 |xm enthalten sind. 

4. Verwendung nach einem der Anspruche 1 bis 3, wobei die Oberflachenschlcht eine Geometrie besitzt, die eine 
der folgenden Voraussetzungen (1) und (2) erfullt: 

20 . 

(1) Dicke der Oberflachenschlcht: 0,01 bis 3,0 ^im; und 

(2) Unterschied in der Farbe der Oberflachenschlcht zwischen der Farbe vor der UV-Bestrahlung und nach 
der UV-Bestrahlung der Oberflachenschlcht mit einer 1%-igen Silbemitratldsung, die darauf abgeschleden ist, 
6 Minuten lang mit einer UV-lntensitat auf der Oberflachenschlcht von 1 ,2 mW/cm^, A E: 1 bis 50. 

25 

5. Verwendung nach einem der Anspruche 1 bis 4, wobei ein Bindemittel zwischen der Substratschicht und der 
Oberflachenschlcht angeordnet ist. 

6. Venwendung nach Anspruch 5, wobei das Bindemittel unterhalb einer Temperatur, bei der das Substrat deformiert 
30 wird, polymerlsierbar Oder schmelzbar ist, um die Oberflachenschlcht auf dem Substrat zu f ixieren. 

7. Verwendung nach Anspruch 6, wobei das Bindemittel eine Glasur oder eine Anstrichfarbe ist. 

8. Verwendung nach einem der Anspruche 1 bis 7, wobei das Substrat eine Platte ist. 

35 

9. Verwendung nach einem der Anspruche 1 bis 7, wobei das Substrat ein Steingutein Holz-, ein Kalziumsillkatma- 
terial, Beton, eine Zementplatte, eine zementextrudierte Platte, ejne Gipsplatte oder eine Autoklaven-Leichtze- 
mentplatte ist. 

40 10. Verwendung nach einem der Anspruche 1 bis 9, wobei ein bakterienwachstumshemmendes Metall oder Metall- 
verbindung auf der Oberflache der Oberflachenschlcht verankert Ist. 

Revendlcations 

45 

1. Utilisation d'un mat^riau composite comprenant au molns un substrat et une couche superficieile, ladite couche 
superficielle 6tant rendue hydrophile et autonettoyante avec de I'eau parphotoexcitation, ladite couche superficieile 
comprenant 

50 • un composant (i) : un photocatalyseur qui agit en tant que catalyseur pendant une exposition k la lumi^re ; 

un composant (ii) : au molns un oxyde m^tallique choisi dans le groupe fomri^ par AI2O3, ZnO, SrO, BaO, 
MgO, CaO, RbaO, NaaO, KgO et P2O5, et 

un composant (iii) : au molns un oxyde m^tallique choisi dans le groupe f omnS par SIO2. Zr02, Ge02 et Th02, . 

55 af In d'^liminer les oxydes d'azote, {'ammoniac, le monoxyde de carbone et/ou les oxydes de souf re provenant de 

rair. 

2. Utilisation selon la revendication 1 , qui satlsfalt la relation, a/(a4-b) vaut de 0,0001 k 0,8, dans laquelle a repr^sente 
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(e poids de Toxyde m^tallique en tant que composant (ii) et b repr^sente le poids du photocatalyseur en tant que 
composant (i). 

3, Utilisation selon ta revendicatlon 1 ou 2, dans laquelle le photocatalyseur en tant que composant (I) et Toxyde 
5 m6talllque en tant que composant (Ii) sont contenus sous fomie de particules ayant un diamdtre de 0,006 ^ 0,5 urn. 

4. Utilisation selon Tune queiconque des revendlcatlons 1 k 3, dans laquelle la couche superficielle pr^sente une 
g^om^trle satisfaisant l*une queiconque des exigences suivantes (1 ) et (2) : 

10 (1) ^paisseurde la couche superficielle : 0,01 ^ 3,0 fim ; et 

(2) difference de couleur de la couche superficielle entre avant irradiation ultraviolette et apr§s Irradiation 
. ultraviolette de la couche superficielle, avec une solution de nitrate d'argent k 1 % deposee dessus, pendant 
5 min ^ une intensity de rayonnement ultraviolet sur la couche superficielle de 1 ,2 mW/cm^, aE : 1 ^ 50. 

15 5. Utilisation seton Tune queiconque des revendlcatlons 1 ^ 4, dans laquelle un liant est interpose entre la couche 
substrat et la couche superficielle. 

6. Utilisation selon la revendicatlon 6, dans laquelle le liant peut polym6riser ou fondre au-dessous d'une temperature 
k laquelle le substrat est defonne, afin de fixer la couche superficielle sur le substrat. 

20 

7. Utilisation selon la revendicatlon 6, dans laquelle le liant est un lustrant ou une peinture. 

8. Utilisation selon I'une queiconque des revendlcatlons 1 k 7, dans laquelle le substrat est une tuile. 

' ■ ■ ♦ ■ • C 

25 9. Utilisation selon I'une queiconque des revendlcatlons 1 k 7, dans laquelle le substrat est une poterie, du bois, un 
materiau de silicate de calcium, du b^ton, une dalle de ciment, une dalle extrudee de ciment, du carton-pldtre ou 
une dalle de beton l^gdre autoclav6e: 

10. Utilisation selon I'une queiconque des revehdications 1 k 9, dans laquelle un metal ou un compose metallique 
30 antimicrobien est ancre sur la surface de la couche superficielle. 
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